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Tackified Polydiorganosiloxane Oligourea Segmented 
Copolymers and a Process for Making Same 

Technical Field 

This invention relates to tackified crosslinkable polydiorganosiloxane 
5 oligourea segmented copolymer, in particular to copolymers that are useful as 
pressure-sensitive adhesives, hot melt adhesives, vibration damping compositions, 
as well as articles made from such copolymers. 

Background of the Invention 

Pressure-sensitive adhesive tapes have been used for more than half a 
10 century for a variety of marking, holding, protecting, sealing and masking 

purposes. Pressure-sensitive adhesive tapes comprise a backing, or substrate, and 
a pressure-sensitive adhesive. Pressure-sensitive adhesives are materials which 
adhere with no more than applied finger pressure and are aggressively and 
permanently tacky. Pressure-sensitive adhesives require no activation, exert a 
1 5 strong holding force and tend to be removable from a smooth surface without 
leaving a residue. In some applications, interesting pressure-sensitive adhesives 
are silicone based adhesives. 

Traditionally, polydiorganosiloxane pressure-sensitive adhesives have been 
made in solution. Conventional solvent based polydiorganosiloxane pressure- 
20 sensitive adhesives are generally blends of high molecular weight silanol functional 
polydiorganosiloxanes, i.e., polydiorganosiloxane gums, and copolymers silanol 
functional silicate resin, i.e., MQ resins, which comprise R,SiO,/2 units and SiO^ 
units. In order to obtain the desired adhesive properties, it has been necessary to 
react the copolymeric silicate resin with the polydiorganosiloxane. Improvements 
25 in such pressure-sensitive adhesive properties are achieved when the copolymeric 
polydiorganosiloxane resin and polydiorganosiloxane are intercondensed, 
providing intra- and inter-condensation within the adhesive. This condensation 
step requires 1) the addition of a catalyst, 2) reacting the copolymeric 
polydiorganosiloxane resin and polydiorganosiloxane in solution , and 3) allowing 
30 the reaction to take place over a period of time at elevated temperature. 
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Solutions of intercondensed polydiorganosiloxane pressure-sensitive 
adhesives, are generally applied to a backing, heated to remove solvent, and 
crosslinked, if necessary, to improve physical properties. If crosslinking is needed, 
peroxide catalysts are commonly used. Disadvantages of solution applied 
5 polydiorganosiloxane pressure-sensitive adhesives include the need for elaborate 
drying ovens to remove solvent, and if crosslinking is required, ovens which 
operate at temperatures greater than 140°C are needed to initiate diaryl peroxide 
crosslinking catalysts. Such high oven temperatures limit the substrates useful in 
making pressure-sensitive adhesive tapes to those which can withstand the 

10 elevated temperatures. 

In the medical field, pressure sensitive adhesive tapes are used for many 
different applications in the hospital and health areas, but basically they perform 
one of two functions. They are used to restrict movement, such as in various 
strapping applications, or they are used to hold something in place, such as a 

15 wound dressing. It is important in each function that the pressure sensitive 

adhesive tape be compliant with and non-irritating to the skin and adhere well to 
the skin without causing skin damage on removal. 

In recent years, pressure sensitive adhesives have been used in transdermal 
patch apUcations as drug transport membranes or to attach drug transport 

20 membranes to skin. Although there is continued development of new drugs and 
the need for different transport rates of existing drugs, pressure sensitive adhesives 
are still needed that can transport such drugs at various rates. Furthermore, there 
is a continuing need to adhere new drug transport membrances to skin during a 
treatment period. 

25 In the automotive industry, there are applications that remain unaddressed 

by current tape products. One such application relates to automative paints and 
finishes that are formulated for environmental conservation, recyclability, 
enhanced appearance, improved durability, as well as resistance to environmental 
sources of contamination. Painted substrates using these new formulations are 

30 difficult to adhere to with current tape products. Another application involves 
mounting thermoplastic polyolefin automotive body side moldings. 
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Similarly, early electrical tapes were black friction tapes, and the adhesive 
was soft and often split when unwound. Current electrical tapes have a layer of a 
pressure sensitive adhesive applied to a plasticized polyvinyl chloride backing or a 
polyethylene or rubber film backing. Electrical tape is used to insulate, hold, 
5 reinforce and protect electrical wires. Other uses include providing a matrix for 
varnish impregnation, identifying wires in electrical circuitry, and protecting 
terminals during manufacture of electrical circuit boards. Electrical tape, should 
be stretchable, conformable and meet nonflammabihty requirements. 

Preformed pavement marking materials include pavement marking sheet 
1 0 materials and raised pavement markers that are used as highway and pedestrian 
crosswalk markings. They are often reflective and strategically oriented to 
enhance reflective efficiency when illuminated by vehicle headlamps at night. The 
marking materials must adhere to a variety of surfaces such as concrete or asphalt, 
that may be cold, hot, oily, damp, rough or smooth. Present pavement marking 
15 adhesive generally have inadequate initial bonding or inadequate permanent 

bonding to roadway surfaces that are illustrated by five problem areas: (1) limited 
adhesive tack at cold temperatures resulting in a narrow application window, (2) 
reduced durability under shear or impact causing difficult removal of temporary 
markings, (3) low molecular weight fractions in the adhesives on removable 

20 markings that stain light colored concrete surfaces, (4) limited ductility allowing 
raised markers to sometimes shatter upon impact by vehicle tires and (5) 
insufficient elasticity to fill in gaps between markers and rough road surfaces, thus 
often leading to premature detachment of the marker from the roadway surface. 
Hot melt adhesives are compositions that can be used to bond 

25 nonadhereing surfaces together into a composite. During application to a 
substrate, hot melt adhesives should be sufficiently fluid to wet the surface 
completely and leave no voids, even if the surface is rough. Consequently, the 
adhesive must be low in viscosity at the time of application. However, the 
bonding adhesive generally sets into a solid to develop sufficient cohesive strength 

30 to remain adhered to the substrate under stressful conditions. 
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For hot melt adhesives, the transition from fluid to solid may be 
accomplished in several ways. First, the hot melt adhesive may be thermoplastic 
that softens and melts when heated and becomes hard again when cooled. Such 
heating results in sufficiently high fluidity to achieve successful wetting. 
5 Alternatively, the hot melt adhesive may be dissolved in a solvent or carrier that 
lowers the viscosity of the adhesive sufficiently to permit satisfactory wetting and 
raised the adhesive viscosity when the solvent or carrier is removed. Such an 
adhesive can be heat activated, if necessary. 

Damping is the dissipation of mechanical energy as heat by a material in 
10 contact with the source of that energy. The temperature range and frequency 
range over which damping occurs can be quite broad, depending upon the 
particular application For instance, for damping in tall buildings that experience 
wind sway or seismic vibrations, the frequency range can go to as low as about 
0. 1 Hertz (Hz) up to about 10 Hz. Higher frequency damping applications can be 
15 those such as for computer disk drives (on the order of 1000 Hz) or higher 

frequency applications (10,000 Hz). Furthermore, outdoor damping applications 
can be exposed to a wide range of temperature and humidity conditions. 

While the performance of a surface layer damping treatment depends 
largely on the dynamic properties of the viscoelastic material, it is also dependent 
20 on other parameters. The geometry, stiffness, mass, and mode shape of the 

combination of the damping material and the structure to which it is applied will 
affect the performance of the damping material. 

Presently known viscoelastic materials consist of single components or 
polymer blends. Since presently known single component viscoelastic materials 
25 perform over fairly narrow temperature ranges, conventional solutions to wide 
temperature variations incorporate multiple layers of viscoelastic material, with 
each layer being optimized for a different temperature range. 

Summary of the Invention 

Briefly, in one aspect of the present invention, polydiorganicsiloxane 
30 oligourea segmented copolymers are provided wherein such copolymers comprise 
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(a) soft polydiorganosiloxane diamine units, hard polyisocyanate residue units, 
wherein the polyisocyanate residue is the polyisocyanate minus the -NCO groups, 
optionally, soft and/or hard organic polyamine units, wherein the residues of 
isocyanate units and amine units are connected by urea linkages, and terminal 
5 groups, wherein the terminal groups are functional endcapping groups, and (b) 
silicate resins. The composition may also optionally contain free radical initiators, 
silane crosslinking agents, moisture cure catalysts, and nonreactive additives such 
as fillers, pigments, stabilizers, antioxidants, flame retardants, plasticizers, 
compatibilizers and the like. 
0 The compositions of the present invention are particularly useful as 

pressure sensitive adhesives and in one aspect of the present invention, a curable 
pressure sensitive adhesive composition is provided comprising (a) 
polydiorganosiloxane oligourea segmented copolymer comprising alternating soft 
polydiorganosiloxane units and hard polyisocyanate residue units, wherein the 
5 residue units are polyisocyanate units minus the -NCO groups, and optionally, soft 
and/or hard organic polyamine units, wherein the residues of isocyanate units and 
amine units are connected together by urea linkages and the copolymer has 
functional terminal groups, and (b) silicate resins. 

In another aspect of the present invention, the pressure sensitive adhesives 
) (PSAs) can be used to fabricate PSA articles, wherein the PSA articles comprise a 
flexible substrate and a layer of PSA prepared in accordance with the present 
invention. Furthermore, the substrate may be any substrate that would be known 
to those skilled in the art and may further be coated or treated to provide a low 
energy release surface on one surface (typical, the backside surface), such as 
coating with a low adhesion backsize, a release coating and the like, such that the 
PSA article could be rolled up on itself like a conventional roll of tape. 
Alternatively, the substrate may be treated or coated with additional layers to 
provide a tie layer, a primer layer, a barrier layer and the like between the 
substrate and the adhesive layer. 

The present invention further provides vibration damping compositions 
comprising (a) a curable polydiorganosiloxane oligourea segmented copolymer 
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comprising alternating soft polydiorganosiloxane units, and optionally soft and/or 
hard organic polyaminc units and hard polyisocyanate residue units, wherein the 
residue units are polyisocyanate units minus the -NCO groups, such that the 
residues of isocyanate units and amine units are connected together by urea 
5 linkages, and the copolymer has functional terminal groups, and (b) silicate resin. 
Additionally, the compositions of the present invention are particularly 
useful as hot melt adheshres and in one aspect of the present invention, a curable 
hot melt adhesive composition is provided comprising (a) polydiorganosiloxane 
oligourea segmented copolymer comprising alternating soft polydiorganosiloxane 
10 units and hard polyisocyanate residue units, wherein the residue units are 

polyisocyanate units minus the -NCO groups, such that the hard units and the soft 
units are connected together by urea linkages and the copolymer has functional 
terminal groups, and (b) silicate resins. 

In another aspect of th present invention, the hot melt adhesives can be 
15 used to prepared rods, sheets, pellets and the like that can be subsequently applied 
in a molten state to produce an adhesive bond between different substrates. The 
substrate may be any substrate that would be known to those skilled in the art and 
would be especially useful in adhering low surface energy materials and electronic 
components. 

20 The present invention also provides a vibration damping composite 

comprising at least one substrate and at least one layer of the composition of the 
present invention The substrate may be flexible, stiff or rigid. Furthermore, the 
substrate may be any substrate that would be known to those skilled in the art and 
may further be coated or treated to provide a low energy release surface, such as a 
25 coating with a low adhesion backsize, a release coating and the like. 

Such composites may be a constrained layer construction, wherein the 
construction comprises at least one substrate having a stiffness sufficient to cause 
resonation within the substrate in response to an internal or external applied force 
and at least one layer of the composition of the present invention. The constrained 
30 layer construction preferably has a composite loss factor, tan 8 greater than or 
equal to 0.4 in the temperature range of between about -80 and 150'C and in the 
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frequency range of 0.01 to 100,000 Hz as evaluated by a Polymer Laboratories 
Dynamic Mechanical Thermal Analyzer Mark II in the shear mode. The useful 
temperature range depends on both the frequency and the characteristics of the 
damping composition. 
5 In another aspect, the composite article construction may be such to 

provide a bi-directional vibration damping constrained layer construction 
comprising at least two rigid members, and at least one layer of the composition of 
the present invention. Generally, each rigid member has a stiffness exceeding that 
of a 0.25 cm steel plate. Preferably, the vibration damping composition has a tan 

10 8 greater than or equal to 0.4 in the temperature range of -80°C and 150°C and in 
the frequency range of 0. 1 to 10 Hz, as evaluated by a Polymer Laboratories 
Dynamic Mechanical Thermal Analyzer Mark II in the shear mode. 

Advantageously, shaped articles can be produced, for example, by 
techniques such as compression molding, injection molding, casting, calendaring 

1 5 and extrusion. Curing can be provided by techniques common for free radical or 
moisture cure crosslinking reactions. 

The compositions of the present invention have excellent physical 
properties typically associated with polydiorganosiloxane polymers such as 
moderate thermal and oxidative stabilities, UV resistance, low index of refraction, 

20 low surftce energy, and hydrophobicity, resistance to degradation from exposure 
to heat, and water, good dielectric properties, good adhesion to low surface 
energy substrates, and flexibility at low temperatures. In addition, the 
compositions exhibit a combination of unexpected properties including, for 
example, excellent green strength, that is, mechanical strength in the uncured 

25 state, allowing subsequent operations to contact the surface before the 

compositions have cured, controlled flow and crosslinked density characteristics 
permitting thick coatings on irregular surfaces, good conformability to irregular 
surfaces, excellent mechanical properties typical of curable systems, excellent 
damping performance over a broad temperature range, an ability to withstand 

30 large strains, excellent adhesion to a variety of substrates when formulated for 
adhesion, and handling characteristics that permit easy attainment of desired 
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thicknesses and shapes. Furthermore, the compositions can be cured at room 
temperature, thus permitting use of temperature sensitive substrates. 

The compositions of the invention have good resistance to environmental 
conditions and good performance over a broad range of frequency and 
5 temperature. When used as vibration damping materials, the compositions of the 
present invention have wide utility for ntinimizing adverse vibration in constrained 
layer damping treatments as well as minimizing adverse wind sway and seismic 
influences in buildings subject to wide temperature and humidity variations. 
The present invention further provides a process for producing curable 
10 compositions comprising (a) forming a polydiorganosiloxane oligourea segmented 
copolymer by adding at least one polyisocyanate and at least one endcapping 
agent that has end groups that are reactive under free radical or moisture cure 
conditions to an organic solvent solution of at least one polyamine, wherein the 
polyamine is at least one polydiorganosiloxane diamine or a mixture of at least one 
15 diorganosiloxane diamine and at least one organic poryamine, mixing the solution 
and allowing the polyisocyanate, endcapping agents, and polyamine to react to 
form a polydiorganosiloxane oligourea segmented copolymer, (b) blending the 
polydiorganosiloxane oligourea segmented copolymer solution with at least one 
silicate resin, and (c) removing the organic solvent. 
20 The present invention still further provides a process for preparing curable 

compositions comprising the steps of continuously providing reactants, wherein 
the reactants comprise at least one polyisocyanate/at least one polyamine, and at 
least one endcapping agent to a reactor, mixing the reactants in the reactor; 
allowing the reactants to react under substantially solvent free conditions to form a 
25 polydiorganosiloxane oligourea segmented copolymer, conveying the copolymer 
from the reactor, providing the copolymer, at least one silicate tackifying resin, 
and solvent to a second reactor, mixing the copolymer, the silicate tackifying resin, 
and the solvent in the second reactor, to form a tackified composition; and 
conveying the tackified composition from the second reactor. 
30 The present invention still further provides an essentially solventless 

process for producing curable compositions comprising (a) forming 
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polydiorganosiloxane oiigourea segmented copolymer by continuously providing 
reactants, wherein the reactants comprise at least one polyisocyanate, at least one 
endcapping agent that has end groups that are reactive under free radical or 
moisture cure conditions, and at least one polyamine to a reactor, mixing the 
5 reactants in the reactor, allowing the reactants to react to form a 

polydiorganosiloxane oiigourea copolymer, and conveying polymer from the 
reactor and (b) incorporating a silicate resin by blending the silicate resin with 
reactants or the polydiorganosiloxane oiigourea segmented copolymer. 

This solventless process is environmentally advantageous as there are no 

1 0 solvents to be evaporated from the final composition. The continuous nature of 
this process has several other inherent advantages over conventional solution 
polymerization processes. The material can be extruded into a variety of shapes 
immediately subsequent to polymerization which obviates the degradation, which 
may be associated with additional heat from further reprocessing steps. Another 

15 advantage of this substantially solventless, continuous process is the ability to add 
or blend, in line, the silicate resin, as well as various free radical initiators, silane 
crosslinking agents, moisture cure catalysts, and nonreactive fillers, plasticizers 
other polymers, and other property modifiers into the polydiorganosiloxane 
oiigourea segmented copolymer before, during, or after formation of the 

20 copolymer. 

Optionally, nonreactive additives such as fillers, plasticizers, pigments, 
stabilizers, antioxidants, flame retardants, compatibilizers and the like may be 
added at any point in each of the above processes. 

Each process of the present invention has unique advantages. The solvent 

25 process permits the use of conventional solvent coating equipment while resulting 
in curable tackified compositions whose high green strength, i,e., strength prior to 
curing, permits subsequent manufacturing operations before cure. The solventless 
process permits thick coatings onto irregularly shaped surfaces, use of 
conventional hot melt coating equipment with lower processing temperatures than 

30 typically used with conventional hot melt processable compositions, the advantage 
associated with high green strength, as well as many advantages involving the 
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environment, economics, and safety that are associated with a substantially 
solventless process. The combination of elements of each process permits one to 
customize the silicate tackifying resin concentration at a later date for specific 
applications while retaining some of the advantages of each. 

Brief Description of the Drawing 

Figure 1 is a perspective view of a bi-directional vibration damper of the 

present invention. 

Description of the Preferred Embodiments) 

The polydiorganosiloxane oligourea segmented copolymers useful in the 
curable tackified compositions of the present invention can be represented by the 



formula 



i 



■N-Z-N-S-N-Y-ii 
k k i i 



R 

>4i. 
k 



0 

14-0— Si+Y-N-fi-f- 



A 



15 



-n-b-n4»A-z-n-8-j-a-x 
i A . h * 



k 



CD 



20 moii 



wherein: 

each R is a monovalent moiety which independently is an alkyl moiety 
preferably having about 1. to 12 carbon atoms, and which may be substituted with, 
for example, trifluoroalkyl or vinyl groups, a vinyl radical or higher alkenyl radical 
represented by the formula -R s (CHa).CH=CH 2 wherein R J is -(CH&- or - 
(CH 2 ) C CH=CH- and a is 1, 2 or 3; b is 0, 3 or 6; and c is 3, 4 or 5, a cycloalkyl 

ety preferably having about 6 to 12 carbon atoms and which may be 
substituted with alkyl, fluoroalkyl, and vinyl groups, or an aryl moiety preferably 
having about 6 to 20 carbon atoms and which may be substituted with, for 
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example, alkyl, cycloalkyl, fluoroalkyl and vinyl groups or R is a perfluoroalkyl 
group as described in U.S. Pat. No. 5,028679, wherein such description is 
incorporated herein by reference, a fluorine-containing group, as described in U.S. 
Pat. No. 5,236,997, wherein such description is incorporated herein by reference, 
5 or a perfluoroether-containing group, as described in U.S. Pats. No. 4,900,474 
and No. 5,1 18,775, wherein such descriptions are incorporated herein by 
reference; preferably at least 50% of the R moieties are methyl radicals with the 
balance being monovalent alkyl or substituted alkyl radicals preferably having 1 to 
12 carbon atoms, vinylene radicals, phenyl radicals, or substituted phenyl radicals 

10 or R is a perfluoroalkyl group as described in U.S. Pat. No. 5,028679, wherein 
such description is incorporated herein by reference, a fluorine-containing group, 
as described in U.S. Pat. No. 5,236,997, wherein such description is incorporated 
herein by reference, or a polyperfluoroether-containing group, as described in U.S. 
Pats. No. 4,900,474 and No. 5,1 1 8,775, wherein such descriptions are 

1 5 incorporated herein by reference.; 

each Z is a polyvalent radical which is an arylene radical or an aralkylene 
radical preferably having from about 6 to 20 carbon atoms, an alkylene or 
cycloalkylene radical preferably having from about 6 to 20 carbon atoms, 
preferably Z is 2,6-tolylene, 4,4'-methylenediphenylene, S^'-dimethoxy.^- 

20 biphenylene, tetramethyl-m-xylylene, M'-memylenedicyciohexylene, 3,5,5- 

trimethyl-3-methylenecyclohexylene, 1,6-hexamethylene, 1,4-cyclohexylene, and 
mixtures thereof, 

each Y is a divalent moiety which independently is an alkylene radical 
preferably having 1 to 10 carbon atoms, an aralkylene radical or an arylene radical 
25 preferably having 6 to 20 carbon atoms; 

each A is independently -B-, or -YSi(R)2(OSi(RH Y- or mixtures thereof; 
B is a polyvalent radical selected from the group consisting of alkylene, 
aralkylene, cycloalkylene, phenylene, poryalkylene oxide, such as, polyethylene 
oxide, polypropylene oxide, polytetramethylene oxide, and copolymers thereof, 
30 and mixtures thereof; 
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each D is a monovalent radical which independently is hydrogen, an alkyl 
radical preferably having 1 to 10 carbon atoms or an aryl or arylalkyl radicals 
preferably having about 6 to 20 carbon atoms; 

each X is a moiety represented by the formula 

(a) a moiety represented by 

O 

— N-H-N-Z-NCO 

i k 

(H) 

where each of D, and Z are defined as above, or 

(b) a moiety represented by 

O O 
— N-H-N-Z-N-C-N-K 

i k k 4. 

(in) 

where each of Z and D are defined as above, 
K is independently (i) a free radical polymerizable end group such 
as, for example acrylate, methacrylate, acrylamido, methacrylamido and vinyl 
1 5 groups; (u) a moisture curable group such as, for example, alkoxysilane and 
oximino silane groups, and 

(c) a moiety represented by 

O 

— N-H-N-K 
h k 

(IV) 

20 wherein D and K are defined as above. 

(d) a moiety represented by 

— N-H 
i 
(V) 

m is about 0 to 8; 



WO 96/34028 



13 



PCT/US96/05829 



10 



15 



p is about 10 or larger, preferably about 15 to 2000, more preferably about 
30 to 1500; and 

t is a about 1 to 12, preferably about 1 to 6, more preferably about 1 to 4: 
In the use of polyisocyanates (Z is a radical having a functionality greater 
than 2) and polyamines (B is a radical having functionality greater than 2), the 
structure of Formula I will be modified to reflect branching at the polymer 
backbone. 

The average degree of polymerization refers to the size of the resultant 
oligomer molecule and is determined from the number average of the residue of 
amine-containing reactant molecules in the oligomer. There are two ways of 
obtaining the desired degree of oligomerization: (1) control the isocyanate to 
amine ratio to obtain either isocyanate or amine endcapped oligomer (X = a or d), 
and (2) judiciously select the amount of monoamine or monoisocyanate endcapper 
with stoichiometric amounts of isocyanate and amine (X = b or c). The following 
table displays the mol ratios of the various molecules necessaiy for building a 
molecule with the desired encapper "X". For the use of polyamines and 
polyisocyanates, the ratios may be adjusted accordingly. 





X(a) 


X(b) 


X(c) 


X(d) 


Degree of 

oligomerization 


t+m+2 


t+m+4 


t+m+2 


t+m+2 


Diamines 


t+m+2 


t+m+2 


t+m+2 


t+m+2 


Diisocyanates 


t+m+3 


t+m+3 


t+m+1 


t+m+1 


Monoamines 




2 






Monoisocyanates 






2 





20 



Polydiorganosiloxane diamines useful in the process of the present 
invention can be represented by the formula 



H 



i 

-N-Y-Si--0— i 



A 

(VI) 



i-O 



— ii— Y-N- 



H 
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wherein each of R, Y, D, and p are defined as above. Generally, the 
number average molecular weight of the polydiorganosiloxane diamines most 
useful in the present invention range from about 700 to 150,000 or more. 

Polydiorganosiloxane diamines (also referred to as silicone diamines or 
5 diamines) useful in the present invention are any which fall within Formula V 
above and include those having molecular weights in the range of about 700 to 
150,000. Polydiorganosiloxane diamines are described, for example, in U.S. Pat. 
Nos. 5,026,890 and 5,276,122, wherein such descriptions are incorporated by 
reference herein and JP 93087088. Preferred are substantially pure 
10 P olydiorganosUoxanedianunespreparedasdescribedmU.S.Pat.No. 5,214,119, 

wherein such description is incorporated herein by reference. The 
polydiorganosiloxane diamines having such high purity are prepared from the 
reaction of cyclic organosiloxanes and bis{aminoalkyl)disiloxanes utilizing an 
anhydrous aminoalkyl functional silanolate catalyst such as tetramethylammonium 
15 3-armnopropyldimethylsilanolate, preferably in an amount less than 0.15 weight 
percent based on the weight of the total amount of cyclic organosiloxane with the 

reaction run in two stages. 

Particularly preferred are polydiorganosiloxane diamines prepared using 
cesium and rubidium catalysts. The preparation includes combining under reaction 
20 conditions (1) an amine functional endblocker represented by the formula 

R f R 1 * 
H _ N _ Y -ii- -0-4i- -O — Si — Y— N— H 



i A 



A 



A i 



25 



(vn) 

wherein each R, D, and Y are described as above and x is an integer of 
about 0 to 150; 

(2) sufficient cyclic siloxane to obtain a polydiorganosiloxane diamine 
having a molecular weight greater than the molecular weight of the endblocker 
and 
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(3) a catalytic amount of cesium hydroxide, rubidium hydroxide, cesium 
alanolate, rubidium silanolate, cesium polysiloxanolate, rubidium polysiloxanolate, 
and mixtures thereof 

The reaction is continued until substantially all of the amine functional 
5 endblocker is consumed. Then the reaction is terminated by adding a volatile 
organic acid to form a mixture of a polydiorganosiloxane diamine usually having 
greater than about 0.01 weight percent silanol impurities and one or more of the 
following: a cesium salt of the organic acid, a rubidium salt of the organic acid, or 
both such that there is a small molar excess of organic acid in relation to catalyst. 
10 Then, the silanol groups of the reaction product are condensed under reaction 
conditions to form polydiorganosiloxane diamine having less than or equal to 
about 0.01 weight percent silanol impurities while the unreacted cyclic siloxane is 
stripped, and, optionally, the salt is removed by subsequent filtration. 

Examples of polydiorganosiloxane diamines useful in the present invention 
1 5 include polydimethylsiloxane diamine, polydiphenylsiloxane diamine, 

polytrifluoropropylmethylsiloxane diamine, polyphenylmethylsiloxane diamine, 
poly(5-hexenyl)methylsiIoxane diamine, polydiethylsiloxane diamine, 
polydivinylsiloxane diamine, polyvinylmethylsiloxane diamine, copolymers thereof 
and mixtures thereof. 

20 Any polyisocyanate that can react with a monoamine or a polyamine can 

be used in the present invention. Particularly useful polyisocyanates are 
diisocyanates and are those that are represented by the formula 

OCN— Z— NCO 

(vm) 

25 where Z is defined as above. 

Examples of such diisocyanates include, but are not limited to, aromatic 
diisocyanates, such as 2,6-toIuene diisocyanate, 2,5-toluene diisocyanate, 2,4- 
toluene diisocyanate, m-phenylene diisocyanate, /vphenylene diisocyanate, 
methylene bis(o-cMorophenyl diisocyanate), methylenediphenylene-4,4- 

30 diisocyanate, polycarbodiimide-modified methylenediphenylene diisocyanate, (4,4- 
diisocyanato-3,3^5,5^etraethyI) diphenylmethane, 4,4 , -diisocyanato-3,3 , - 
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dimethoxybiphenyl (o-dianisidine diisocyanate), 5-chloro-2,4-toluene diisocyanate, 
l<ruoromethyl-2,4-diisocyanato benzene, aromatic-aliphatic diisocyanates such as 
m-xylylene diisocyanate, tetramethyl-m-xylylene diisocyanate, aliphatic 
diisocyanates, such as 1,4-dusocyanatobutane, 1,6-dUsocyanatohexane, 
5 1,12-diisocyanatododecane, 2.methyH,5-diisocyanatopentane, and cycloaliphatic 
diisocyanates such as methylenedicyclohexylene-4,4'^iisocyanate, 3- 
isocyanatomethyl.3,5,5trimethylcyclohe X yl isocyanate (isophorone diisocyanate) 
and cyclohexylene-l,4-dusocyanate. 

Preferred diisocyanates include 2,6-toluene diisocyanate, 
10 methylenediphenylenM,4'Hiiisocyanate, polycarbodiiraide-modified 

methylenediphenyl dusocyanate, o-dianisidine diisocyanate, tetramethyl-w-xylylene 
dusocyanate, m ethylenedicydohexyleneA4'-diisocymte, 3-isocyanatomethyl- 
3,5,5-trimethylcyclohexyl isocyanate Osophorone diisocyanate), 1,6- 
diisocyanatohexane, and cyclohexylene-l,4-diisocyanate. 
15 Any triisocyanate that can react with the polyamine, and in particular with 

the potydiorganosiloxane diamine of Formula VI, can be used in the present 
invention. Examples of such triisocyanates include, but are not limited to, 
polyfunctional isocyanates, such as those produced from biurets, isocyanurates, 
adducts and the like may be used. Some commercially available polyisocyanates 
20 include portions of the DESMODUR™ and MONDUR™ series from Bayer and 
the P API™ series from Dow Plastics. Preferred triisocyanates include 
DESMODUR™ N-3300 and MONDUR™ 489. 

The use of different polyisocyanates in the reaction will modify the 
properties of the potydiorganosiloxane polyurea segmented copolymer, thus 
25 affecting the rheological and mechanical properties of the resulting compositions. 
The endcapping agents contain free radically curable groups, moisture 
curable groups, or a mixture thereof depending on the properties desired in the 
resulting polydiorganosiloxane oligourea segmented copolymer materials. 
Preferred endcapping agents are governed by their costs and availability, and the 
30 specific properties desired, and thus may vary with time. 
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Suitable endcapping agents for polydiorganosiloxane oligourea segmented 
copolymers which would be terminated with amine groups, were no endcapping 
agent present and which provide end groups which are reactive under free radical 
curing conditions, include but are not limited to isocyanatoethyl methacrylate, 
5 alkenyl azlactones such as vinyl dimethyl azlactone and isopropenyl dimethyl 
azlactone, w-isopropenyl-a,a-dimethyl benzyl isocyanate, and acryloyl ethyl 
carbonic anhydride. Some of these endcapping agents, e.g., isocyanatoethyl 
methacrylate, are commercially available, and others can be prepared using 
procedures well-known to those skilled in the art. Alkenyl azlactones and their 
10 preparations are described in U.S. Pat. No. 4,777,276, wherein such description is 
incorporated herein by reference. Acryloyl ethyl carbonic anhydride can be 
prepared from ethyl chloroformate and acrylic acid by the method of It Hatada 
and H. Kondo given in Bull Chem. Soc, Japan, 41 (10), 2521(1968). Preferred 
endcapping agents, for polydiorganosiloxane oligourea segmented copolymers 

15 that would be amine terminated if no endcapping agent were present includes, for 
example, isocyanatoethyl methacrylate, vinyl dimethyl azlactone, and acryloyl 
ethyl carbonic anhydride. 

Suitable endcapping agents for polydiorganosiloxane oligourea segmented 
copolymers which would be terminated with amine groups were no end capping 

20 agent present, with end groups which are reactive under moisture curing 
conditions include but are not limited to isocyanatopropyl trimethoxysilane, 
isocyanatopropyl triethoxysilane, isocyanatopropyl dimethoxy 
(methylethylketoximino)silane, isocyanatopropyl diethoxy 
(methylethylketoximino)silane, isocyanatopropyl monomethoxy 

25 di(methylethylketoximino)silane, isocyanatopropyl monoethoxy 
di(methylethyIketoxirnino)silane, and isocyanatopropyl 
tri(methylethylketoximino)silane. The diisocyanate which serves to form the 
copolymer, may also serve as the moisture curable terminal portion of the 
copolymer when the isocyanate groups provided by the diisocyanate exceed the 

30 amine groups provided by the diamine. 
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Suitable endcapping agents for polydiorganosiloxane oligourea segmented 
copolymers where the copolymer would be isocyanate terminated if no 
endcapping agent were present, which provide end groups which are reactive 
under moisture curing conditions include but are not limited to aminopropyl 
5 trimethoxysilane, aminopropyl triethoxysilane, aminopropyl 

methyldimethoxysilane, aminopropyl methyldiethoxysilane, aminopropyl 
dimethoxy (methylemylketoxiinino)silane, aminopropyl diethoxy 
(methylethylketoximino)silane, aminopropyl monomethoxy 
di(methylethylketoximino)siIane, aminopropyl monoethoxy 
10 di(methylethylketoximino)silane, and aminopropyl 

tri(methylethylketoximino)saane. Prefened endcapping agents, for 
polydiorganosiloxane oligourea segmented copolymers where the copolymer 
would be isocyanate terminated if no endcapping agent were present, include, for 
example, aminopropyl trimethoxysilane, aminopropyl triethoxysilane and 
15 aminopropyl methyldiethoxysilane. 

Examples of organic polyamines useful in the present invention include but 
are not limited to polyoxyalkylene diamine, such as D-230, D-400, D-2000, 
D-4000, DU-700, ED-2001 and EDR-148, all available from Huntsman, 
polyoxydkylene triamine, such as T-3000 and T-5000 available from Huntsman, 
20 polyalkylenes, such as Dytek A and Dytek EP, available from DuPont. 

The above polyamines, polyisocyanates, and endcapping agents are used in 
the appropriate stoichiometric ratios to obtain cunfrle polydiorganosiloxane 
oligourea segmented copolymers with the desired average degree of 
polymerization. 

The silicate resin plays an important role in determining the physical 
properties of the compositions of the present invention. For example, as silicate 
resin content is increased from low to high concentration, the glassy to rubbery 
transition occurs at mcreasingly higher temperatures. Thus, varying silicate resin 
concentration in vibration damping applications can shift the area of maximum 
30 damping to the desired temperature range. Ofcourse, the M to Q ratio, D and T 
content and molecular weight of the resins may significantly influence the relative 
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"hardness" of the resin and must be considered when selecting resin type and 
concentration. Furthermore, one need not be limited to a single silicate resin as it 
may be beneficial to employ a combination of resins in a single damping 
composition to achieve desired damping performance. 
5 Silicate resins useful in the present invention include those composed of 

the following structural units, M, D, T, Q and combinations thereof For example, 
MQ silicate resins, MQD silicate resins, and MQT silicate resins that also may be 
referred to as copolymeric silicate resins and that preferably have a number 
average molecular weight of about 1 00 to about 50,000, more preferably about 
10 500 to about 1 0,000 and generally have methyl substituents. Silicate resins include 
both nonfunctional and functional resins, the functional resins having one or more 
functionalities including, for example, silicon-bonded hydrogen, silicon-bonded 
alkenyl, and silanol. MQ silicate resins are copolymeric silicate resins having 
R'jSiO w units and SiO*j units. Such resins are described in, for example, 
15 Encyclopedia of Polymer Science and Engineering, vol. 15, John Wiley & Sons, 
New York, (1989), pp 265-270, and U.S. Pat. No. 2,676,182, U.S. Pat. No. 
3,627,85 1, U.S. Pat. No. 3,772,247, and U.S. Pat. No. 5,248,739, which are 
incorporated herein by reference. MQ silicate resins having functional groups are 
described in U.S. Pat. No. 4,774,310 that has silyl hydride groups, U.S. Pat. No. 
5,262,558 that has vinyl and trifluoropropyl groups, and U.S. Pat. No. 4,707,53 1 
that has silyl hydride and vinyl groups, each of which is incorporated herein by 
reference. The above-described resins are generally prepared in solvent. Dried, or 
solventless, MQ silicate resins can be prepared as described in U.S. Pat. No. 
5,319,040, U.S. Pat. No. 5,302,685, and U.S. Pat. No. 4,935,484, each of which 
are incorporated herein by reference. MQD silicate resins are terpofymers having 
R'sSiOia units, SiO« units, and R'jSiOw units such as are taught in U.S. Pat. No. 
2,736,721 which is incorporated herein by reference. MQT silicate resins are 
terpotymers having R' 3 SiOi/a units, SiO*j units and R'SiOvi units such as are 
taught in U.S. Pat. No. 5, 1 1 0,890 which is incorporated herein by reference and 
Japanese Kokai HE 2-36234. 
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Commercially available silicate resins include SR-545, MQ resin in toluene, 
available from General Electric Co., Silicone Resins Division, Waterford, NY; 
MQOH resins which are MQ silicate resins in toluene, available from PCR, Inc., 
Gainesville, FL; MQR-32-1, MQR-32-2, and MQR-32-3 resins which are MQD 
5 resin in toluene, available from Shin-Etsu Chemical Co. Ltd., Torrance, CA; and 
PC-403, hydride functional MQ resin in toluene available from Rhone-Poulenc, 
Latex and Specialty Polymers, Rock KD, SC. Such resins are generally supplied 
in organic solvent and may be employed in compositions of the present invention 
as received. However, these organic solutions of silicate resin may also be dried 
10 by any number of techniques known in the art, such as spray drying, oven drying, 
steam drying, etc. to provide a silicate resin at about 100% nonvolatile content for 
use in compositions of the present invention. Also useful in compositions of the 
present invention are blends of two or more silicate resins. 

The compositions of the present invention preferably contains about 20 to 
15 80 parts by weight polydiorganosiloxane oligourea segmented copolymer, more 
preferably about 25 to 75 parts by weight, most preferably about 30 to 70 parts by 
weight. The composition preferably contains about 20 to 80 parts by weight 
silicate resin, more preferably about 25 to 75 parts by weight, most preferably 
about 30 to 70 parts by weight. The total parts by weight of the 
20 polydiorganosiloxane polyurea segmented copolymer and the silicate resin equal 
100. 

Further, the compositions of the present invention may also optionally 
contain various free radical initiators, silane crosslinking agents, moisture cure 
catalysts, fillers, and other property modifiers that are not reactive to the amine or 

25 isocyanate groups and can also be blended into the compositions before, during, 
or after formation of the oligourea has taken place. Free radical initiators can be 
added in concentrations from 0.1 to 5.0 weight percent. Moisture cure 
crosslinking agents can be added in concentrations up to about 40 weight percent 
and moisture cure catalysts can be added in amounts up to about 10 weight 

30 percent to moisture curable tackified polydiorganosiloxane oligourea segmented 
copolymers to reduce the cure time. 
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Silane agents may be used to crosslink the moisture curable polysiloxane 
oligourea segmented copolymers of the present invention. Suitable silane 
crosslinking agents generally have the formula R".SiW^ where R" is a 
monovalent hydrocarbon group, (for example, an alkyl, alkylenyl, aryl, or alkaryl 
group), n is 0, 1 or 2, and W is a monovalent hydrolyzable group such as a 
dialkylketoximino group, (for example, methylethylketoximino, 
dimethylketoximino, or diethylketoximino), atkoxy group (for example, methoxy, 
ethoxy, or butoxy), alkenoxy group (for example, isopropenoxy), acyloxy group 
(for example, acetoxy), alkamido group (for example, methylacetamido or 
ethylacetamido), acylamido group (for example, phthalimidoamido). Silane 
crosslinking agents falling within this category are commerciany available, for 
example, from Silar Laboratories, Scotia, NY. Particularly preferred silane 
crosslinking agents are dialkylketoximinosilanes because they exhibit good shelf- 
stability and do not form deleterious by-products upon cure. Examples include 
methyltri(methyle%lketoximino)snane and vmyhri(methyle%lketoximmo)silane, 
both of which are commercially available from Allied-Signal, Inc. Morristown, NJ, 
and alkoxysilanes available from OSi Chemicals, Lisle, IL. 

The free radically curable polydiorganosiloxane oligourea segmented 
copolymer compositions of the invention can, depending upon their viscosity, be 
coated, extruded, or poured, and rapidly, completely, and reliably radiation cured 
to tackified materials (even at high molecular weight) by exposure to electron 
beam, visible or ultraviolet radiation. Curing is preferably carried out in as 
oxygen-free an environment as possible, e.g., in an inert atmosphere such as 
nitrogen gas or by utilizing a barrier of radiation-transparent material having low 
oxygen permeability. Curing can also be carried out under an inerting fluid such 
as water. When visible or ultraviolet radiation is used for curing, the silicone 
compositions may also contain photoinitiator. Suitable photoinitiators include 
benzoin ethers, benzophenone and derivatives thereof, acetophenone derivatives, 
camphorquinone, and the like. Photoinitiator is generally used at a concentration 
of from about 0. 1% to about 5% by weight of the total polymerizable 
composition, and, if curing is carried out under an inerting fluid, the fluid is 
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preferably saturated with the photoinitiator or photoinitiator* being utilized » 
order to avoid the leaching of initiator from the silicone composition. The ra P .d 
cure observed for these materials allows for the use of very low levels of 
photoinitiator, thereby achieving a uniform cure of thick sections. If desired, the 

5 sihconecomposit^ 

use of thermal initiator such as peroxides, azo compounds, or persulfates generally 
at a concentration of from about 1% to about 5% by weight of the total 
polymerizable composition. It is preferable that any thermal or potentiator 
used be soluble in the silicone compositions themselves, requiring no use of 

10 solvent. 

Examples of suitable curing catalysts for moisture curable 
polydiorganosiloxane oligourea segmented copolymers include alkyl tin 
derivatives (e.g., mbutylundilaurate, dibutyltindiacetate, and dibutyltindioctoate 
commercially available as T-series Catalysts" from Air Products and Chemicals, 
15 Inc of Allentown, PA), and alkyl titanates (e.g, tetraisobutylorthothanate, 
titanium acetylacetonate, and actoacetic ester titanate commercially available 
fromDuPont under the designation "TYZOR"). In general, however, it is 
preferred to select silane crosslinking agents that do not require the use of cunng 
catalysts to avoid reducing shelf-Hfe and adversely affecting the physical propert.es 
20 of the vibration damping composition. 

Other catalysts useful for moisture curable polydiorganosiloxane ohgourea 
segmented copolymers include acids, anhydrides, and lower alkyl ammonium salts 
thereof which include but are not limited to those selected from the group 
consisting of trichloroacetic acid, cyanoacetic acid, malonic acid, nitroacetic aad, 
25 dichloroacetic acid, difluoroacetic acid, trichloroacetic anhydride, dichloroaceuc 
anhydride, difluoroacetic anhydride, triethylammonium trichloroacetate, 
trimethylammonium trichloroacetate, and mixtures thereof. 

Also useful for curing compositions of this invention are the well known 
two component room temperature free radical curatives consisting of a 
30 polymerizationcatalystandanaccelerator. Common polymerization catalysts 
useful in this two component curative include organic peroxides and 
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hydroperoxides such as dibenzoyl peroxide, t-butyl hydroperoxide, and cumene 
hydroperoxide, that are not active at room temperature in the absence of an 
accelerator. The accelerator component of the curative consists of the 
condensation reaction product of a primary or secondary amine and an aldehyde. 
5 Common accelerators of this type are butyraldehyde-aniline and butyraldehyde- 
butylamine condensation products sold by EL duPont de Nemours & Co. as 
Accelerator 808™ and Accelerator 833™. This catalyst system may be employed 
to prepare a two-part free radically curable organosiloxane oligourea segmented 
copolymer where the curable copolymer is divided into two parts and to one part 
10 is added the polymerization catalyst and to the other part is added the accelerator. 
Upon mixing this two component system cures at room temperature. 
Alternatively, the polymerization catalyst can be incorporated in the free radically 
curable polyorganosiloxane oligourea segmented copolymer and the accelerator 
can be applied to a substrate such that when the free radically curable 

1 5 organosiloxane oligourea segmented copolymer containing polymerization catalyst 
contacts the "primed" substrate surface, cure proceeds immediately at room 
temperature. Those of ordinary skill in the art are familiar with such cure systems 
and could readily adapt them to various product constructions. 

Suitable fillers include those such as fumed silica, carbon fibers, carbon 

20 black, glass beads, glass bubbles, glass fibers, mineral fibers, clay particles, organic 
fibers, e.g., nylon, polyimide, e.g., KEVLAR™, available from DuPont Co., and 
the like, metal particles, and the like which can be added in amounts of from about 
5 to 50 parts per 100 parts of polydiorganosiloxane oligourea segmented polymer 
and silicate resin. Other additives such as dyes, pigments, thermal conductors 

25 such as alumina, boron nitride, aluminum nitride, nickel particles, flame retardants, 
stabilizers, antioxidants, compatibilizers, and the like can be blended into these 
systems in amounts of from about 1 to 50 volume percent of the composition. 

The compositions of the invention can be made by a solution process, a 
solventless process or a combination of the solventless and the solution process. 

30 In each process, the compositions of the present invention are prepared from the 
reaction of mixtures of polyamines, polyisocyanates and endcapping agents in 
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10 



stoichiometric amounts to obtain curable polydiorganosiloxane oligourea 
segmented copolymers with desired degrees of polymerization, for example, from 
about 2 to 12, and the mixture of these copolymers with silicate resins to form 
curable polydiorganosiloxane oligourea segmented copolymer materials useful as 
pressure sensitive adhesives, vibration damping materials and/or hot melt 
adhesive, Also in each process, initiators, cure catalysts and /or crosslinking 

.ateofchemicallycurableformsoftheinventio, Generally these matenals are 
not reactive until exposure to some predetermined set of conditions, that * 
radiation, heat, and/or moisture. Depending on the sUuation, any one of the three 
processes may be preferred. 

to the wlvent process, the subsantially nonmctiv. silicate resm can be 

imnHtocedbefore.doring.or.fteraepo^^ 

^tappirg^shavebechwoducea. *efcmbly the silicate resin is added 
, .fte the three reacts have ftxmed a curdle polydiorgaKatatate oligour*, 
segnKntedc^olymer. The r«K«on of Ote poises «d poVisocy^cs is 
«M out m a dry solve* or mixture* of solv^B, protected from armoaphenc 
raoiaure. The solvents wprefenmlyanr^vnthuKpoly^moK, 
pdvisocyan^aodendc^prngagems. The acting materials and M produce 
to prefembly remain completely mlsdbl. in the solvents during arid* the 

completion of the polynKrization. Soluble solvent indud. polar I**.*- 
aoohol, esters, anmudic hvdroaabons, ami chlorinated hydrocarbons. «*b 
.eOThydrofumn, toluene and isopropylaleohol and memylene chloride betng 
e^cMyoseful. insynth^angpolydtergamsiloxane oligourea segmented 
25 copolymersvdmisocy^e.ntnctiondendgToups.iti.nece^.o^d.ke 

po.yamne.o.smuUon.fpo.yiaKy^som.ttbeexeessofm.poly.soov^ 

vmhrespect to the polyamine is maintained. 

These sections «» be conducted « room tempemure or up to the boumg 
potoofth.re.ctionso.vent.Thereacrion^ 
30 temperature up to 50°C. 



WO 96/34028 



25 



PCTAJS96/05829 



In the substantially solventless process of the present invention, the 
polyamines, the polyisocyanates, the endcapping agents, the optional free radical 
initiators or moisture cure catalysts, and the silicate resin are mixed in a reactor 
and the reactants are allowed to react to form the substantially linear 
5 polydiorganosiloxane oligourea segmented copolymer which, with the silicate 
resin, and, optionally, when cured, forms the fackified composition of the 
invention. 

The macromolecular size and architecture of the curable or cured 
polydiorganosiloxane oligourea segmented copolymer can influence properties 

10 such as shear strength, modulus, elongation and tack. One skilled in the art can 
expect the optimum polydiorganosiloxane oligourea segmented copolymer for the 
composition of the invention for a particular application to be a function of 
polyamine architecture, polyisocyanate, endcapping agents, plasticizers, fillers and 
additives, cure type, mixing rate, temperature, reactor throughput, reactor 

15 configuration and size, residence time, residence time distribution, and extent of 
cure. This process permits variations in the molecular weight and architecture of 
the polydiorganosiloxane oligourea segmented copolymer over a wide range, thus 
enabling one to tailor the properties of the compositions of the present invention 
to suit a variety of applications, such as for use as a vibration damping material or 

20 a pressure sensitive adhesive or as hot melt adhesives. 

While the solvent process and the continuous solventless process for 
making polydiorganosiloxane oligourea segmented copolymer materials have 
advantages, some situations may occur where a combination of the solvent and 
solventless processes is preferred. In this third process, polydiorganosiloxane 
25 polyurea segmented copolymer is made by the continuous solventless process and 
subsequently mixed in solvent with the silicate resin solution, and optional filler, 
plasticizer free radical initiator, moisture cure catalyst, and silane crosslinking 
components. 

In all three processes, the viscosity of the resulting tackified compositions 
30 can be modified to obtain a viscosity appropriate for the contemplated application 
and the coating method to be used. For good coatability, the compositions 
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process. Examples include mixing a polyisocyanate with an endcapping 
monoisocyanate and optionally a cure catalyst; a polyamine with a cure catalyst, a 
polyamine with an endcapping monoamine, a polydiorganosiloxane diamine with 
an organic polyamine, and optionally a cure catalyst or suitable combinations 
5 thereof. 

Because of the rapid reaction that occurs between amines and isocyanates, 
the reactants are preferably fed into an extruder at unvarying rates, particularly 
when using higher molecular weight polydiorganosiloxane diamines, i.e., with 
molecular weight of about 50,000 and higher. Such feeding generally reduces 
10 undesirable variability of the final product. 

One method of insuring the continuous feeding of the very low flow 
polyisocyanate, endcapping agent, and/or cure catalyst streams in an extruder is to 
allow the feed Iine(s) to touch or very nearly touch the passing threads of the 
screws. Another method utilizes a continuous spray injection device which 
15 produces a continuous stream of fine droplets of these materials into the reactor. 
The low flow materials such as polyisocyanate, isocyanate-endcapping 
agent, and/or cure catalyst stream(s) can be added into the reactor in a manner 
such as mentioned above before the polyamine if the reactor is capable of 
conveying this stream in a continuous and unvarying manner. The polyamine can 
then be added downstream in the reactor. Alternatively, the polyisocyanate, 
isocyanate endcapping agent, and/or cure catalyst stream(s) can also be added 
after the polyamine has been introduced into the reactor. 

The silicate resin that is blended with the polydiorganosiloxane oligourea 
segmented copolymer and the optional fillers, free radical initiators, moisture cure 
catalysts and silane crosslinking agents, or other materials that are essentially non- 
reactive with the polydiorganosiloxane oligourea segmented copolymer, can be 
added further downstream in the reactor after a substantial portion of the reaction 
of the po!yamine(s) and poIyisocyanate(s) has taken place. Another suitable order 
of addition is addition of the polyamine first, the silicate resin and the other non- 
30 reactive materials second, and the polyisocyarutte(s) third, with the 

poryisocyanate(s) fed in a continuous manner. If the silicate resin can be conveyed 
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in the reactor, it can be added into the reactor first with the polyamine and 
polyisocyanate following separately at later stages in the process in any order that 
provides continuous and unvarying conveying of each component. 

In one embodiment, the compositions of the present invention may be 
utilized as vibration damping materials alone, that is, free layer treatment, or in 
conjunction with a stiff layer, i.e., as part of a constrained-layer treatment. 
Vibration damping materials are most efficiently used if they are sandwiched 
between the structure/device to be damped and a relatively stiff layer, such as thin 
sheet metal. This forces the viscoelastic material to be deformed in shear as the 
panel vibrates, dissipating substantially more energy than when the material 
deforms in extension and compression as occurs in a free layer treatment. 
Preferably, constrained-layer constructions consist of a laminate of one or more 
stiff layers and one or more layers of the vibration damping material. 

For damping applications, it is farther desirable that the damping material, 

I gcnerallytemedavis^^ 

capabilities at high temperatures, e.g., at SOX and above; damping performance 
that is substantially independent of temperature over the useful temperature range; 
resistance to degradation from heat, and water that may be encountered during 
use of the damping material; ability to withstand large strains encountered m 
0 seismic and wind sway damping situations; ease of bonding to rigid substrates; and 
handling characteristics that permit easy attainment of desired thicknesses and 
shapes. 

Constrained-layer constructions can be prepared by several processes. In 
the one process, a layer of the vibration damping material is coated onto a release 

i5 finer by conventional solution coating or hot melt coating techniques known m the 
an The layer of resulting viscoelastic material is transferred to a stiff backing and 
adhered thereto, thereby providing a constrained-layer construction. If cunng of 
the vibration damping material is desirable, it can take place after it is first coated 
or after it is transferred to the stiff backing. In another process, a layer of 

30 vibrationdampmgmateridiscoateddirealyontoastiffba^ 

solution coating or hot melt coating techmque, known in the art and opuonally 
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cured. In each case, the constrained-layer construction is then affixed to the 
structure requiring damping. The construction may be attached in any manner 
provided that the constraining layer is only fixed to the vibrating structure via the 
viscoelastic material interface, i.e. free of mechanical attachment. When the 
5 structure subsequently vibrates under the influence of an internally or externally 
applied force, the vibration is damped. 

Another application of the vibration damping materials of the present 
invention is in a bi-directional damping unit such as described in Nielsen, E J. et al, 
"Viscoelastic Damper Overview For Seismic and Wind Applications," Structural 
10 Engineering Association of California, Tahoe Olympiad, October, 1994. Bi- 
directional damping is the transference of subsonic oscillations of a structure, such 
as a building, into the shear deformation of a viscoelastic material for the purpose 
of damping the oscillations of the structure. In this application, materials which 
have maximum vibration damping capability preferably have shear storage moduli, 

15 G\ between about 6.9X10 3 Pa to 3.45x!0 7 Pa, more preferably 3.5xl0 4 Pa to 

1.4xl0 7 Pa, most preferably 3.5xl0 5 Pa to 6.9x10* Pa at the use temperature, and 
have a tan 6 as high as possible over the use temperature and frequency range. 
The materials also preferably have an elongation in tension of at least 100 percent 
or a shear strain capability of at least 100 percent within their use range of 

20 temperature and frequency. 

When the vibration damping material has pressure-sensitive or hot melt 
adhesive properties, the material can usually be adhered to a stiff layer without the 
use of an additional bonding agent. However, h is sometimes necessary to use a 
thin layer, for example, 20-50 \im in thickness, of a high strength adhesive, such 

25 as, for example, an acrylic adhesive, an epoxy adhesive, or a silicone adhesive, all 
of which are well-known to those skilled in the art, to bond the vibration damping 
composition of the invention to a structure. 

For most applications, the layer of viscoelastic material has a thickness of 
at least 0.01 mm up to about 100 mm, more preferably 0.05 to 100 mm. The 

30 viscoelastic material can be applied by any of the techniques known in the art such 
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as by spraying, dipping, knife, or curtain coating , or molding, laminating, casting, 
or extruding. 

As mentioned above, a stiff layer is an essential part of constrained-layer 
vibration-damping constructions of the present invention. A suitable material for a 
stiff layer preferably has a stifihess of at least about 100 times the stiffness, i.e., 
storage modulus, of the vibration damping material, the stiffness of the stiff layer 
being measured in extension. The desired stiffness of the stiff layer is varied by 
adjusting the thickness of this layer, for example from about 25 micrometers to 5 
centimeters, depending on the modulus of the stiff layer. Examples of suitable 
> aerials include metals such as iron, steel, nickel, aluminum, chromium, cobalt, 
and copper, and alloys thereof and stiff polymeric materials such as polystyrene; 
polyester; polyvinyl chloride; polyurethane; polycarbonate; polyimide; and 
polyepoxide; fiber-reinforced plastics such as glass fiber-reinforced, ceramic fiber- 
reinforced, and metal fiber-reinforced polyester, glasses; and ceramics. 
5 The vibration damping compositions of the present invention are useful in 

a variety of applications which demand effective damping over a broad range of 
temperature and frequency, with the additional requirement that minimum and/or 
maximum modulus requirements, over a specified range of temperatures, also be 
satisfied. It is often desirable that the region of maximum damping, that is, the 
10 point at which the loss factor is near a maximum, occurs in the center of the 
desired damping temperature and frequency range. Designing the optimum 
damping material for a specific application requires understanding the effect the 
polydiorganosUoxane oligourea segmented copolymer, the silicate resin, optional 
free radical initiator, moisture cure catalyst, silane crosslinking agent, and filler, 
25 and concentration of each have on damping performance. 

Curable pressure-sensitive adhesives of the invention, dependent on 
specific formulation used, can be used to make pressure-sensitive adhesive sheet 
materials that may take the form of pressure-sensitive adhesive labels, pressure- 
sensitive adhesive signs, pressure-sensitive adhesive marking indices, pressure- 
30 sensitive adhesive tapes, including for example, foam-core or foam-backed tapes, 
pressure-sensitive adhesive transfer tapes, pressure-sensitive spray adhesives, 
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pressure-sensitive adhesive medical tapes and articles, including for example, 
transdermal drug delivery devices, or pressure-sensitive adhesive coatings directly 
onto desired articles. 

Pressure-sensitive adhesive sheets are made by applying the pressure- 
5 sensitive adhesive by well known hot melt coating, solvent coating, or lamination 
processes. Suitable substrates for pressure-sensitive adhesive sheets include paper 
and plastic films such as polyolefins, such as polypropylene and polyethylene, 
polyethylene terephthalate, polycarbonate, polyvinyl chloride, 
polytetrafluoroethylene, polyimide, such as DuPont's KAPTON™, cellulose 

1 0 acetate, and ethyl cellulose. Backings can also be of woven fabric formed of 
threads of synthetic or natural materials such as cotton, nylon, or rayon, such as 
those used in DUAL LOCK™ Reclosable Fasteners and SCOTCHMATE™ 
Hook and Loop Reclosable Fasteners, or glass or ceramic material, or they can be 
nonwoven fabric such as air-laid webs of natural or synthetic fibers or blends of 

IS these. In addition, suitable backings can be formed of metal, metallized polymeric 
film, acrylic, silicone, urethane, polyethylene, polypropylene, neoprene rubber, and 
the like, and filled and unfilled foamed materials, or ceramic sheet material. 
Primers and tie layers can be utilized but they are not always necessary. 

In the case of pressure-sensitive tapes, these materials are typically applied 

20 by first making a tape construction which comprises a layer of the curable 

pressure-sensitive adhesive material coated evenly on a backing and which may be 
subsequently cured as needed. The adhesive can then be covered with a liner, 
rolled upon itself wherein the backside of the tape is release coated, or applied 
directly to a desired surface. 

25 A transfer tape can be made by coating the curable composition between 

two liners both of which are coated with a release coating and subsequently cured 
as needed. The release liners often comprise a clear polymeric material such as a 
polyolefin or a polyester that is transparent to ultraviolet radiation. Preferably, 
each release liner is first coated with a release material for the curable pressure- 

30 sensitive adhesive utilized in the invention. 



WO 96/34028 



32 



PCT/OS96/05829 



The curable adhesive compositions of the invention can also be coated 
onto a differential release liner, that is, a release liner having a first release coating 
on one side of the liner and a second release coating coated on the opposite side, 
and subsequently cured as needed. The two release coatings preferably have 
different release values. For example, one release coating may have a release 
value of 5 grams/cm (it., 5 grams offeree is needed to remove a strip of material 
1 cm wide from the coating) while the second release coating has a release value 
of 15 grams/cm. The curable pressure-sensitive adhesive material is typically 
coated over the release liner coating having the higher release value and 
, subsequently cured as needed. The resulting tape can be wound into a roll. As 
the tape is unwound, the curable or cured pressure-sensitive adhesive adheres to 
the release coating with the higher release value. After the tape is applied to a 
substrate and subsequently cured as needed, the release liner can be removed to 
expose a curable or cured adhesive surface for further use and which may be 
5 subsequently cured as needed. The curable pressure-sensitive adhesive coating 
may be cured at any point in the process after it is coated. 

Useful release liners include those that are suitable for use with silicone 
adhesives and organic pressure-sensitive adhesives. Useful release liner release 
coating compositions are described in, for example, European Patent Publication 
10 378,420, U.S. Pat No. 4,889,753, and European Patent Publication No. 3 1 1,262. 
Commercially available release coating compositions include SYL-OFF™ Q2- 
7785 fluorosilicone release coating, available fromDow Coming Corp., Midland, 
MI; X-70-029HS fluorosilicone release coating, available from Shin-Etsu Silicones 
of America, Torrance, CA; S TAKE-OFF™ 2402 fluorosilicone release liner from 
25 Release International, Bedford Park, IL, and the like. 

The hot melt ahdesive compositions of the present invention are useful in a 
variety of applications that require good adhesion to different substrates, including 
low surface energy materials, broad temperature range, minimized influence from 
humidity. They are particularly useful in electronic industry to assemble electrical 
30 components, wire tacking, wire terminal bonding, insulations, potting, and sealing, 
for example, fixation of deflection yoke. 
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The optional filler employed in compositions of the present invention may 
be used for several purposes such as to affect a change in dynamic mechanical 
performance, to increase thermal conductivity, or to reduce the cost of the 
composition. 

5 The present invention is further illustrated by the following examples 

which are not intended to limit the scope of the invention. In the examples all 
parts and percentages arc by weight unless otherwise indicated. All molecular 
weights reported are number average molecular weights in g/mol. 

Preparation of Polydimethylsiloxane Diamines 

10 Multiple lots of some of the diamines were synthesized for various 

examples. The actual number average molecular weight of the different lots are 
determined by the following acid titration. Sufficient polydimethylsiloxane 
diamine to yield about 1 milliequivalent of amine is dissolved in 50/50 
tetrahydrofuran/isopropyl alcohol to form a 10% solution. This solution is titrated 

15 with 1 .ON hydrochloric acid with bromophenyl blue as an indicator to determine 
number average molecular weight. The molecular weights are dependent on the 
exact ratio of the reactants used in the diamine synthesis and the extent of 
stripping cyclic siloxanes. Remaining cyclics are diluents which increase the 
titrated molecular weight of polydimethylsiloxane diamine. 

20 Polydimethylsiloxane Diamine A 

A mixture of 4.32 parts bis(3-aminopropyl)tetramethyl disiloxane and 
95.68 parts octamethylcyclotetrasiloxane was placed in a batch reactor and purged 
with nitrogen for 20 minutes. The mixture was then heated in the reactor to 
150°C. Catalyst, 100 ppm of 50% aqueous cesium hydroxide, was added and 

25 heating continued for 6 hours until the bis(3-aminopropyl)tetramethyl disiloxane 
had been consumed. The reaction mixture was cooled to 90°C, neutralized with 
excess acetic acid in the presence of some triethylamine, and heated under high 
vacuum to remove cyclic siloxanes over a period of at least five hours. The 
material was cooled to ambient temperature, filtered to remove any cesium acetate 

30 which had formed, and titrated with 0.1N hydrochloric add to determine number 
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average 
5,310. 



molecular weight. The molecular weights were Lot 1: 5280 and Lot 2: 



Polydimethylsiloxane Diamine B 

Polydimethylsiloxane diamine was prepared as described For 
5 Polydimethylsiloxane Diamine A except 2.16 parts bisO-aminopropyDtetramethyl 
disiloxane and 97.84 parts octamethylcyclotetrasiloxane were used. The molecular 
weights of PolydimethylsUoxane Diamine B was 10,700. 

Polydimethylsiloxane Diamine C 

A mixture of 21.75 parts Polydimethylsiloxane Diamine A and 78.25 parts 

10 octamethylcyclotetrasiloxane was placed in a batch reactor, purged with nitrogen 
for 20 minutes and then heated in the reactor to 150°C. Catalyst, 100 ppm of 
50% aqueous cesium hydroxide, was added and heating continued for 3 hours 
until equUibrium concentration of cyclic siloxanes was observed by gas 
chromatography. The reaction mixture was cooled to 90»C. neutralized with 

1 5 excess acetic acid in the presence of some triethylamine, and heated under high 
vacuum to remove cyclic siloxanes over a period of at least 5 hours. The material 
was cooled to ambient temperature, filtered, and titrated with 0.1K hydrochlonc 
acid to determine number average molecular weight. The molecular weight of 
Polydimethylsaoxane Diamine C was 22,300. 

20 PolydimethylsUoxane Diamine D 

Polydimethylsiloxane diamine was prepared as described tor 
PolydimethylsUoxaneDiamineCexcept 12.43 parts PolydimemylsUoxane famine 
A and 87.57 parts octamethylcyclotetrasiloxane were used. Three lots of 
PolydimethylsiloxaneDiamineDwere prepared. The molecular weights were Lot 

25 1: 35,700, Lot 2: 37,800, and Lot 3: 34,800. 

Polydimethylsiloxane Diamine E 

Polydimethylsiloxane diamine was prepared as described for 

Polydimethylsilox^ 

Diamine A and 9 1 .3 parts octamethylcyclotetrasiloxane were used. Themolecular 
30 weight of PolydimethylsixoneDiamineE was 58,700. 
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Polydiphenyldimethylsilaxane Diamine F 

To a 3-necked round bottom flask fit with mechanical stirrer, static 
nitrogen atmosphere, oil heating bath, thermometer, and reflux condenser, were 
added 75. 1 parts octamethylcyclotetrasiloxane, 22.43 parts 
5 octaphenylcyclotetrasiloxane, and 2.48 parts bis(3-aminopropyl)tetramethyl 

disiloxane. Under static nitrogen atmosphere, the reactants were heated to 150°C 
and degassed under aspirator vacuum for 30 seconds before restoring static 
nitrogen atmosphere. A charge of 0.2 g cesium hydroxide solution (50% 
aqueous) was added to the flask and heating continued for 16 hours at 150°C. 

10 The flask was cooled to ambient temperature and then 2 mL triethylamine and 
0.38 mL acetic acid were added. With good agitation flask was placed under a 
vacuum of 100 N/m 2 (100 Pa), heated to 150°C, and maintained at 150°Cfor5 
hours to remove volatile materials. After 5 hours heat was removed and contents 
cooled to ambient temperature. The molecular weight of 

1 5 Polydiphenyldimethylsiloxane Diamine F was 9620. 

Pofydimethylsiloxane OUgourea Segmented Copolymer A 

Polydimethylsiloxane Diamine D, Lot 1, molecular weight 35,700, was 
added to the first zone of an 1 8 mm co-rotating twin screw extruder having a 40: 1 
length idiameter ratio (available from Leistritz Corporation, Allendale, N.J.) at a 

20 rate of 7.93 g/min (0.000444 equivalents amine/min). A mixture of 27.5 parts by 
weight methylenedicyclohexylene^^^-diisocyanate, 16.3 parts by weight 
isocyanatoethyl methacrylate and 56.2 parts by weight DAROCUR™ 1 173, a 
photoinitiator available from Ciba-Gdgy Corp., was fed into the sixth zone at a 
rate of 0.181 g/min (0.000570 equivalents isocyanate/min). The feed line of this 

25 stream was placed closely to the screw threads. The extruder had double-start 
fully intermeshing screws throughout the entire length of the barrel, rotating at 
150 revolutions per minute. The temperature profile for each of the 90 mm long 
zones was: zones 1 and 2 - 30°C; zone 3 - 32°C; zone 4 • 37°C; zone 5 - 50°C; 
zone 6 - 60°C; zone 7 - 80°C; zone 8 - 1 10°C; and endcap • 120°C. The 

30 extrudate was cooled in air. 
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Polydimetkyldiphenylsilaxane OUgourea Segmented Copolymer B 

To a 3-necked round bottom flask fit with static argon atmosphere, 
pressure equalizing addition funnel, and mechanical stirrer was added 100.3 parts 
Polydimethyldiphenylsuoxane Diamine F and 94 parts toluene. To the addition 
funnel was added a solution of 1.82 parts ro ethylenedicyclohexylene^,4'- 
diisocyanate, 1.08 parts isocyanatoethyl methacrylate, and 56.8 parts toluene, and 
this solution was added dropwise to the stirred reaction flask over a period of 
about 12 minutes. The flask contents stirred an additional 4 hours to complete the 
reaction before draining from the flask and packaging in a glass jar. 

Test Methods 

The following test methods were used to characterize the 
polydimethylsiloxane oligourea segmented copolymers produced in the Examples. 

Characterization of cured samples 

Samples were prepared using one of the following methods: 
15 1) coating the pressure-sensitive adhesive, using a knife coater with orifice 

set between about 125 to 150 urn, between 38 urn (1.5 mil) thick primed 
(aminated polybutadiene) polyester film and 50 urn (2 mil) thick polyester release 
liner. 

2) casting a solution of pressure-sensitive adhesive directly onto a 

20 polyester film and allowing it to dry at 65>C for 10 minutes to obtain a pressure- 
sensitive adhesive tape having an adhesive thickness of 38 urn (1.5 mil). 

3) hot melt coating the pressure-sensitive adhesive with a 1.91 cm 
diameter (3/4 inch) long single screw extruder (Haake) rotating at 40 revolutions 
per minute (temperature profile of the extruder was : zone 1 - not controlled; 

25 zone 2 - 163»C; and zone 3 - 188'C, necktube and die (12.7 cm wide ) - 210'C) 
between nip rolls with a 35.6 um (1.4 mil) thick polyethylene terephthalate film on 
one roll and a 50 um (2 mil) thick release liner on the other roll to achieve an 
adhesive thickness of about 40-50 um (about 1.5-2 mil). 
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Free-radically curable materials were squeezed between two polyester 
films to a thickness of approximately 1 mm and cured at an intensity of 1.73 mW 
for a given length of time with low intensity ultraviolet lights. 

A Rheometrics RD A II Rheometer using dynamic temperature ramp mode 
5 (-30°C-1 75°C) at a ramp rate of 5°C, 25 mm parallel plates, a strain of 2.0% and a 
frequency of 10.0 rad/s was used to measure the loss factor. Sample thickness 
was 1-2 mm. 

180° Peel Adhesion 

Polydiorganosiloxane oligourea segmented copolymer based pressure- 

10 sensitive adhesive coatings were covered with a release liner and cut into 12.7 mm 
(0.5 inch) by 15 cm (6 inch) strips. The release liner was removed and the strip 
adhered to a 10 cm (4 inch) by 20 cm (8 inch) clean, solvent washed glass coupon 
using a 2 kg (4-1/2 pound) roller passed twice over the strip. The bonded 
assembly dwelled at room temperature for about twenty minutes and was tested 

15 for 180° peel adhesion using an I-Mass peel tester at a separation rate of 30.5 
cm/minute (12 inches/minute) over a 10 second data collection time. Two 
samples were tested; the reported adhesion value is an average of the two samples. 
Preferably, the pressure-sensitive adhesive tapes have an 180° peel adhesion of at 
least about 5.5 N/dm (5 oz./inch), more preferably at least about 21.8 N/dm (20 

20 oz/inch) . 

Shear Strength 

Polydiorganosiloxane oligourea segmented "copolymer based pressure- 
sensitive adhesive coatings were covered with a release liner and cut into 12.7 mm 
(0.5 inch) by 15 cm (6 inch) inch strips. The release liner was removed and the 

25 strip adhered to a stainless steel panel such that a 12.7 mm by 12.7 mm portion of 
each strip was in firm contact with the panel with one end portion of the tape 
being free. The panel with coated strip attached was held in a rack such that the 
panel formed an angle of 178° with the extended tape free end which was 
tensioned by application of a force of one kilogram applied as a hanging weight 

30 from the free end of the coated strip. The 2° less than 1 80° was used to negate 
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any peel forces, thus insuring that only the shear forces were measured, in an 
attempt to more accurately determine the holding power of the tape being tested. 
The time elapsed for each tape example to separate from the test panel was 
recorded as the shear strength. Unless otherwise noted, all shear feilures reported 
5 herein were cohesive failures of the adhesive. 

90° Peel Adhesion 

Test samples were prepared by removing the release liner from the 

polydiorganosiloxane oligourea segmented copolymer based pressure-sensitive 

adhesive of a coated loop substrate and adhering the strip to a primed, anodized 

10 aluminum strip using a 4-1/2 pound (2 kg) roller passed twice over the strip. The 

bonded assembly dwelled at room temperature for 24 hours and was tested for 90° 

peel adhesion using an INSTRON™ tensile tester at a separation rate of 12 

inches/minute (30.5 cm/minute). Three samples were tested; the reported 

adhesion value is an average of the three samples. 

15 Vertical Burn Test 

Reference: Federal Aviation Regulation (FAR) 25.853 paragraph (a) (1) (l) 

- 60 Second Vertical Burn test (unsupported) 

Test samples were prepared by removing the release liner from the 
polydiorganosiloxane oligourea segmented copolymer based pressure-sensitive 

20 adhesive of a coated loop substrate and suspending the sample in the test fixture 
described in above cited FAR standard. The sample was subjected to flame from a 
Bunsen burner for 60 seconds and then the flame was removed and the sample 
was allowed to extinguish on its own. The Drip Extinguish Time was the elapsed 
time between a flaming drip formation and the drip flame extinction, the 

25 Extinguish Time was the elapsed time from when the flame was removed to the 
time the sample ceased to flame, and the Burn Length was determined by the 
distance the sample had burned along its length. 

Hot-Melt Adhesive Bonding Test 

Tackified polydiorganosiloxane oligourea segmented copolymers were 

30 tested as curable hot-melt adhesives by creating overlap shear specimens, between 
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two UV transparent substrates, having an overlap area of about 1.61 cm 2 and 
pulling the overlap shear sample in an H-frame style Sintech testing machine at a 
crosshead rate of 50.8 cm/min to assess adhesion. Samples were prepared for 
testing as follows. A glass, or polymethylmethacrylate (PMMA) slide measuring 
5 0.32 cm x 1 .27 cm x 5.08 cm was cleaned with isopropanol. A small portion, 
about 0.2 g, of the tackified UV curable hot-melt adhesive was placed on one 
glass slide, covered with a second slide of glass and held in place with a small 
spring steel notebook dip. Bond thickness was controlled by placing two parallel 
strands of 12 mil (0.3 mm) diameter copper wire, oriented in the cross direction 

10 with respect to the long dimension of the glass about 0.2 cm from the end of the 
glass coupons. The overlap shear sample was placed in a forced air oven for 15- 
25 minutes at 140°C (glass), or 85°C (PMMA), removed, allowed to cool to 
ambient conditions in air, cured by exposure to low intensity UV light for 1 hour, 
trimmed to size, and tested as described above. The maximum adhesion force at 

15 break is reported in MN/m J . 

Damping Properties (Storage modulus and Loss Factor) 

Sample thickness was about 1 mm and was obtained using one of the 
following methods for an but the bi-directional damper 

1) pouring the solution onto a fluoroalicone coated 50 urn thick 

20 polyethylene terephthalate release liner at the bottom of an aluminum pan, 
allowing the solution to air dry overnight, gathering the vibration damping 
material together in a thicker mass, placing the mass between two release liners 
separated by a 1 mm spacer and in turn between two 5 mm glass plates, applying 
sufficient pressure on the glass plate sandwich to allow the uncured mass to flow 

25 out into a suitable 1 mm thick layer, and unless otherwise noted, radiation curing 
the vibration damping material by exposure, through the glass plates, to low 
intensity ultraviolet radiation from General Electric F40BL lamps at an intensity of 
1 .74 mW/cm J for 20 minutes, or 

2) pouring a solution of the vibration damping material onto a shallow 

30 TEFLON™ lined tray, drying the vibration damping material by heating it in an 
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oven at 65°C for 20 min, and moisture curing by exposure to ambient temperature 
and humidity for 1 week, to obtain a 1 mm thick section. 

The storage modulus, G\ and the loss factor, tan 8, were determined over 
a range of temperatures using a Polymer Laboratories Dynamic Mechanical 
5 Thermal Analyzer (DMTA) Mark II and a technique of multiplexing frequency 
during a thermal scan, i. e., properties were measured while both frequency and 
temperature were changing. The temperature was varied from -100°C to 200°C 
at a rate of 2°C/minute continuous. Measurements were taken at a strain setting 
of 1 , reported at a frequency of 1 .0 Hz, and were taken at about 3 to 5'C intervals 
10 and interpolated to obtain measurements at 10°C intervals for reporting purposes. 

In these examples, the storage modulus, G\ utility window refers to the 
temperature range over which the storage modulus is between 3.45* 10 J Pa and 
6.9xl0 6 Pa. The loss factor, tan 5. utility window refers to the temperature range 
over which the loss factor is greater than or equal to 0.4. The useful temperature 
1 5 range refers to the temperature range over which storage modulus, G\ is between 
3.45x10' Pa and 6.9x10* Pa and the loss factor, tan 8, is greater than 0.4. When 
so indicated, melt flow means the sample exhibited melt flow at high temperature. 
Melt flow is generally undesirable for damping applications. Thus, materials that 
exhibit melt flow must be utilized below the melt flow temperature. 
20 In the following examples, all polyisocyanates and endcapping agents were 

used as received and the isocyanate: amine ratios for the polyisocyanates, 
polyamines, and endcapping agents were calculated using the polyisocyanate 
molecular weight reported by the polyisocyanate supplier, the polyamine 
molecular weight as determined by acid titration, and the endcapping agent 
25 molecular weight reported by the endcapping agent supplier. 

Examples 

Examples 1-5 

In Example 1, a polydimethylsiloxane oligourea segmented copolymer 
composition was made by reacting 52.76 parts (10.00 mmoles) 
30 Polydimethylsiloxane Diamine A, molecular weight 5280, dissolved in 50 parts 
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toluene, and a mixture of 1.75 parts (6.67 mmoles) of methylenedicyclohexylene- 
4,4'-diisocyanate and 1.03 parts (6.67 mmoles) of isocyanatoethyl methacrylate 
(available as MOI from Showa Rhodia Chemicals, Tokyo, Japan) dissolved in 48 
parts toluene and slowly added at room temperature to the solution of diamine 
5 with vigorous stirring. Then, to the copolymer solution was added SR-545 silicate 
resin solution to achieve 120 parts (based on dry weight) per 100 parts 
polydimethylsiloxane oligourea segmented copolymer (based on dry weight). To 
the copolymer/resin solution was added 1 part DAROCUR™ 1 173 (a 
photoinitiator available from Ciba-Geigy, Hawthorne, NY) per 100 parts of 
10 copolymer/resin blend solids, and the solution was subsequently air dried on a 
release liner film. 

The resulting polydimethylsiloxane oligourea segmented copolymer was 
coated using a knife coater at 130°C between a 40 jim (1.5 mil) primed polyester 
film and a 40 urn (1.5 mil) polyester release liner (S TAKE-OFF™, available from 

15 Release International, Bedford Park, IL) to a coating thickness of about 50 fim 
(2.0 mil), exposed to 1.73 mW for 20 minutes ultraviolet radiation from a low 
intensity ultraviolet lamp Model General Electric F40BL, to form a pressure- 
sensitive adhesive tape. The results of testing are summarized in Table 1. 
A second portion of the resulting polydimethysiloxane oligourea 

20 segmented copolymer was pressed between two release liners into a uniform 
sample of approximately 1 mm thickness, and cured by exposure to low intensity 
UV lights to form a cured vibration damping material. 

In Example 2, a polydimethylsiloxane oligourea segmented copolymer 
composition was prepared as in Example 1, except 500 parts (43.0 mmoles) 

25 Polydimethylsiloxane Diamine B, molecular weight 10,700, dissolved in 300 parts 
toluene was substituted for Diamine A, and a mixture of 7.5 1 parts (28.7 mmoles) 
of methylenedicyclohexylene^^'-diisocyanate and 4.44 parts (28.7 mmoles) 
isocyanatoethyl methacrylate dissolved in 200 parts was used in the synthesis of 
the polydimethylsiloxane oligourea segmented copolymer. 

30 A portion of the polydimethylsiloxane oligourea segmented copolymer was 

coated and cured as in Example 1 to form a pressure-sensitive adhesive tape. 
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In Example 3, a polydimethylsiloxane oligourea segmented copolymer was 
prepared as in Example 1, except 600 parts (27.0 mmoles) Polydimethylsiloxane 
Diamine C, molecular weight 22,300, dissolved in 404 parts toluene was 
substituted for Diamine A and a mixture of 4.71 parts (18.0 mmoles) of 
5 methylenedicyclohexylenM,4'-diisocyanate and 2.79 parts (18.0 mmoles) of 
isocyanatoethyl methacrylate dissolved in 195 parts toluene was used in the 
synthesis of the polydimethylsiloxane oligourea segmented copolymer. 

A portion of the resulting polydimethylsiloxane oligourea segmented 
copolymer was coated and cured as in Example 1 to form a pressure-sensitive 

10 adhesive tape. 

Another portion of the solution was pressed between two release liners 
into a uniform sample of approximately 1 mm thickness, and cured by exposure to 
low intensity UV lights to form a cured vibration damping material. 

In Example 4, a polydimethylsiloxane oligourea segmented copolymer was 
15 made by dissolving 10 parts Polydimethylsiloxane Oligourea Segmented 

Copolymer A in a mixture of 17 parts toluene and 2 parts 2-propanol containing 
12 parts dried SR-545 silicate resin (prepared by spray drying under nitrogen to 
achieve less than 1% toluene) and 0.1 part DAROCUR™l 173 followed by air 

drying on a release liner. 
20 A portion of the resulting polydimethylsiloxane oligourea segmented 

copolymer was coated and cured as in Example 1 to form a pressure-sensitive 
adhesive tape. 

Another portion of the solution was pressed between two release liners 
into a uniform sample of approximately 1 mm thickness, and cured by exposure to 
25 low intensity UV lights to form a cured vibration damping material. 

In Example 5, a polydimethylsiloxane oligourea segmented copolymer was 
prepared as in Example 1, except 100 parts (2.01 mmoles) Polydimethylsiloxane 
Diamine E, molecular weight 58,700. dissolved in 123 parts toluene were 
substituted for Diamine A and a mixture of 0.35 parts (1.34 mmoles) of 
30 methylenedicyclohexylene-4,4'-diisocyanate and 0.21 parts (1.34 mmoles) of 
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isocyanatoethyl methacrylate dissolved in 56 parts toluene was used in the 
synthesis of the polydimethylsiloxane oligourea segmented copolymer. 

A portion of the resulting polydimethylsiloxane oligourea segmented 
copolymer was coated and cured as in Example 1. 
5 Another portion of the solution was pressed between two release liners 

into a uniform sample of approximately 1 mm thickness, and cured by exposure to 
low intensity UV lights to form a cured vibration damping material. 

Each of the pressure-sensitive adhesive tapes of Examples 1-5 which had a 
thickness of about 50 ^m, was tested for 180° pee! adhesion from glass and shear 
10 strength on stainless steel. The results are reported in Table 1 . 

The storage modulus, G\ and loss factor, tan 6, were determined at 1 Hz 
for the vibration damping materials of Examples 1 and 3-5 and are summarized in 
Table 2. 



Table 1 



Example 


180° Fed adhesion 
N/dm 


Shear Strength 
(min) 


1 


31 


>10.000 


1 2 


51 


>10,000 


3 


33 


>10.000 


4 


66 


7,700 popoff 


5 


59 


2300 popoff 



The data in Table 1, demonstrates that generally, as the molecular weight 
of the Polydimethylsiloxane Diamine used in preparing the copolymer increased, 
the peel adhesion increased. Those shear strength values which were reported as 
"popoff* indicate adhesive failure mode, not necessarily indicative of shear 
20 strength. 



Table 2 



Temp 
<°C) 


Example 1 


Example 3 


Example 4 


Example 5 




G-(Pa) 


Tan 5 


G'(Pa) 


Tan 5 


G*(Pa) 


Tan 8 


G'(Pa) 


Tan 6 


-90 


8.28xl0 7 


0.03 


8.57xl0 7 


0.03 


9.98xl0 7 


0.04 


7.55xl0 7 


0.04 


.80 


7.61xl0 7 


0.04 


7.72xl0 7 


0.04 


8.92xl0 7 


0.05 


6.61xl0 7 


0.06 


-70 


6.80x1 0 7 


0.05 


6.63 xlO 7 


0.08 


7.73 xlO 7 


0.07 


5.48x1 0 7 


0.09 
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.60 


6.05 xlO 7 


0.08 


5.69x1 0 7 


0.11 


6.22xl0 7 


0.12 


4.53xl0 7 


0.14 


-50 


5.40xl0 7 


0.09 


4.82x1 0 7 


0.14 


5.24xl0 7 


0.15 


3.65xl0 7 


0.18 


-40 


4.82x1 0 7 


0.11 


3.93xl0 7 


0.18 


4.31xl0 7 


0.19 


2.83 xlO 7 


0.24 


-30 


4.22xl0 7 


0.12 


3.03xl0 7 


0.23 


3.20xl0 7 


0.26 


1.97xl0 7 


0.33 


-20 


3.51xl0 7 


0.16 


2.16xl0 7 


0.31 


2.15xl0 7 


0.35 


1.03xl0 7 


0.52 


-10 


2.93xl0 7 


0.19 


1.49xl0 7 


0.39 


1.49xl0 7 


0.44 


5.37xl0 6 


0.72 


0 


2.29xl0 7 


0.23 


8.36x10* 


0.55 


9.06x10* 


0.57 


2.82x10* 


0.84 


10 


1.69xl0 7 


0.29 


4.44x10* 


0.68 


5.49x10* 


0.68 


1.52x10* 


0.91 


20 


1.14xl0 7 


0.36 


2.35x10* 


0.76 


3.48x10* 


0.75 


8.06xl0 5 


0.92 


30 


6.97x10* 


0.45 


1.27x10* 


0.78 


2.17x10* 


0.77 


4.33x10 s 


0.87 


40 


4.20x10* 


0.52 


6.58x10 s 


0.76 


1.37x10* 


0.79 


2.50x10 s 


0.76 


50 


2.44x10* 


0.57 


3.76x10 s 


0.69 


_ 4 

8.49x10 s 

mwi 


0.79 


1.58x10 s 


0.65 


60 


1.37x10* 


0.62 


2.32x10 s 


0.62 


5.44xl0 3 


0.76 


1.09x10 s 


0.56 


70 


7.62X10 5 


0.66 


1.51x10 s 


0.55 


3.58x10 s 


0.72 


8.24x10* 


0.52 


80 


4.36x10 s 


0.68 


1.08x10 s 


0.51 


2.42x10 s 


0.67 


6.37x10* 


0.50 


90 


2.78x10 s 


0.67 


8.45x10* 


0.49 


1.75x10 s 


0.64 


5.11x10* 


0.51 


100 


1.86x10 s 


0.66 


6.50x10* 


0.47 


1.27x10 s 


0.61 


4.12x10* 


0.52 


110 


1.33x10 s 


0.63 


5.02x10* 


0.47 


9.62x10* 


0.60 


3.31x10* 


0.53 


120 


1.01x10 s 


0.58 


3.88x10* 


0.45 


7.33x10* 


0.60 


2.51x10* 


0.57 


130 


8.01x10* 


0.52 


3.37x10* 


0.42 


5.54x11) 


U.Ou 


4. 1 JX l\J 


0 59 


140 


6.93x10* 


0.43 


3.01x10* 


0.35 


4.09x10* 


0.60 


1.73x10* 


0.59 


150 


6.54x10* 


0.32 


2.85x10* 


0.31 


3.31x10* 


0.59 


1.63x10* 


0.56 


160 


6.62x10* 


0 23 


2.99x10* 


0.28 


2.69x10* 


0.57 


1.43x10* 


0.54 


170 


6.87x10* 


0.17 


2.83x10* 


0.23 


2.23x10* 


0.55 


1.21x10* 


0.53 


180 


7.11x10* 


0.14 


2.22x10* 


0.20 


1.87x10* 


0.52 


7.49xl0 3 


0.61 


190 


m 




1.11x10* 


0.21 











As can be seen from the data in Table 2, as the molecular weight of the 
diamine used to produce the cured polydimethylsiloxane oligourea segmented 
copolymer based vibration damping material increased from 5,280 to 58,700, the 

5 utility window for G' changed from 30 to 85°C for Example 1, 3 to 52°C for 
Example 3, 5 to 71°C for Example 4, and -14 to 34°C for Example 5. Examples 1 
and 3-5 had useful tan 6 utility windows of 25 to 143°C, -9 to 132°C, -13 to melt 
flow, and -25 to melt flow, respectively. Thus, a useful temperature range was 
seen at 30 to 85°C for Example 1, and was the same as the G' utility window for 

10 Examples 3-5 as these values were narrower than the temperature ranges for 
tan 5. 
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Examples 6-9 

In Example 6, a mixture of 27.5 parts by weight 

methylenedicycIohexylene^,4'-dusocyaiuue, 16.3 parts isocyanatoethyl 

methacrylate, and 56.3 parts DAROCUR™ 1 173 was fed into the first zone of an 

5 1 8 mm co-rotating twin screw extruder having a 40: 1 lengthrdiameter ratio 

(available from Leistritz Corporation, Allendale, N.J.) at a rate of 0.105 g/min 

(0.000330 equivalents isocyanate/min). The feed line of the diisocyanate was 

placed close to the screw threads. Polydimethylsiloxane Diamine D, Lot 1, 

molecular weight 35,700, was injected into the second zone at a rate of 6.2 g/min 

10 (0.000347 equivalents amine/min). Dry MQ resin, obtained from General Electric 
Silicones as experimental material #1 170-002, and further dried overnight under 
vacuum at 55°G to less than 0. 1% toluene was fed into zone four at a rate of 8.0 
g/min. The extruder had double-start fully intermeshing screws throughout the 
entire length of the barrel, rotating at 300 revolutions per minute. The 

15 temperature profile for each of the 90 mm long zones was: zone 1 - 20°C; zone 2 - 
25°C; zone 3 - 46°C; zone 4 - 80°C; zone 5 - 90°C; zone 6 - 1 15°C; zone 7 - 
95°C; zone 8 - 1 10°C; and endcap - 120°C. Zone six was vacuum vented to 
remove entrained air in the material. The resultant polydimethylsiloxane oligourea 
segmented copolymer-based pressure-sensitive adhesive was extruded, cooled in 

20 air, and collected. The pressure-sensitive adhesive was coated and cured as in 
Example 1 to form a pressure-sensitive adhesive tape having an adhesive thickness 
of 50 (im. 

In Example 7, a polydimethylsiloxane oligourea segmented copolymer 
pressure-sensitive adhesive composition was prepared as in Example 1, except 

25 100.0 parts (2.96 mmoles) Polydimethylsiloxane Diamine D, (Lot 3) molecular 
weight 34,800, dissolved in a mixture of 98 parts toluene was substituted for 
Diamine A, and a mixture of 0.58 parts (1.97 mmoles) of tetramethyl-m-xylylene 
diisocyanate and 0.31 parts (1.97 mmoles) of isocyanatoethyl methaciylate 
dissolved in 29 parts toluene was used in the synthesis of the polydimethylsiloxane 

30 oligourea segmented copolymer. The resulting polydimethylsiloxane oligourea 
segmented copolymer pressure-sensitive adhesive composition was coated and 
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cured as in Example 1 to form a pressure-sensitive adhesive tape having an 

adhesive thickness of 62 um. 

In Example 8, a polydimethylsiloxane oligourea segmented copolymer 
pressure-sensitive adhesive composition was prepared as in Example 1, except 
5 100.0 parts (2.96 mmoles) Polydimethylsiloxane Diamine D (Lot 3), molecular 
weight 34,800 in 93 parts toluene were substituted for Diamine A, and a mixture 
of 0.50 parts (1.97 mmoles) of 1,12-dusocyanatododecane, 0.31 parts (1.97 
mmoles) of isocyanatoethyl methacrylate in 32 parts toluene was used in the 
synthesis of the polydimethylsaoxane oligourea segmented copolymer. The 
10 resulting polydimethylsiloxane oligourea segmented copolymer pressure-sensitive 
adhesive composition was coated and cured as in Example 1 to form a pressure- 
sensitive adhesive tape having an adhesive thickness of 62 um. 

In Example 9, a polydimethylsiloxane oligourea segmented copolymer 
pressure-sensitive adhesive composition was prepared as in Example 1, except 
15 100.0 parts (2.96 mmoles) Polydimethylsiloxane Diamine D (Lot 3), molecular 
weight 34,800 in 95 parts toluene was substituted for Diamine A and a mixture of 
0.49 parts (1.97 mmoles) of methylenediphenylene-4,4'-diisocyanate, 0.31 parts 
(1.97 mmoles) of isocyanatoethyl methacrylate in 42 parts toluene and 3 parts 2- 
propanol was used in the synthesis of the polydimethylsiloxane oligourea 
20 segmented copolymer. The resulting polydimethylsiloxane oligourea segmented 
copolymer pressure-sensitive adhesive composition was coated and cured as in 
Example 1 to form a pressure-sensitive adhesive tape having an adhesive thickness 
of 62 um. 

The pressure-sensitive adhesive tapes of each of Examples 6-9 was tested 
25 for 180° peel adhesion on glass and shear strength on stainless steel. The results 
are set forth in Table 3. 



WO 96/34028 



47 



PCT/US96/05829 



Table 3 



Example 


180° Peel 


Shear 




adhesion 


(min) 




(N/dm) 




6 


85 


3,000 poooff 


7 


55 


471 popoff 


8 


61 


130 popoff 


9 


65 


2410 popoff 



The data in Table 3 demonstrates that the selection of diisocyanate in 
preparing the copolymer portion of the pressure-sensitive adhesive of the present 
5 invention was not critical. 

Examples 10-12 

In Example 10, a vibration damping material was prepared and tested as in 
Example 1, except 200 parts (37.9 mmoles) Polydimethylsiloxane Diamine A, Lot 
1, molecular weight 5280, in 200 parts toluene, a mixture of 6.17 parts (25.3 

0 mmoles) of tetramethyl-m-xylylene diisocyanate and 3.92 parts (25.3 mmoles) of 
isocyanatoethyl methacrylate, were used in the synthesis of this 
polydimethykiloxane oligourea segmented copolymer. To this solution was added 
SR-545 silicate resin solution to achieve 120 parts silicate resin (based on dry 
weight) per 100 parts copolymer (based on dry weight). To this copolymer/resin 

S solution was added 1 .0 part DARO CUR™ 1 173 per 100 parts of copolymer/resin 
blend solids. The solution was subsequently poured onto a release liner, dried, 
pressed between two release liners into a uniform sample of approximately 1 mm 
thickness, and cured by exposure to low intensity UV lights to form a cured 
vibration damping material. 

1 Examples 1 1 and 12 were prepared in the same manner as Example 10 
except, in Example 1 1, 6.37 parts 1,12-diisocyanatododecane was substituted for 
the tetramethyl-m-xylylene diisocyanate and, in Example 12, 6.33 parts 
methylenediphenylenM^'-diisocyanate was substituted for the tetramethyl-m- 
xylylene diisocyanate. 

The storage modulus, G\ and tan 5 were determined for the vibration 
damping materials of Examples 10-12. The results are set forth in Table 4 
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together with those of Example l t a similar composition employing 
methylenedicyclohexylene^^-diisocyanate as the diisocyanate. 



Table 4 



Temp 

(°q 


Example 1 


Example 10 


Example 11 


Example 12 




u (ri) 


i an o 


o ^a; 


Tan }\ 
l ait o 


fi' fl>a1 


Tan fi 

k fUI \J 




Tan 5 


-90 


fi OfivIA 7 
o.XoXlu 


ft m 


. /nXlvJ 


nn'] 

v.VJ 


>.•? J A IV 


0.03 


1.05x10* 


0.02 


-80 


*7 ftl vlft 7 


ft ad 


7 ft<v1ft 7 




7 RSxIO 7 


0.04 


9.97xl0 7 


0.02 


-70 


ft ftftvlft 7 
0.5UX1U 


ft 05 


ft 71v1ft 7 
O. / JXIU 


0 07 


7 llxlO 7 


0.05 


9.41 xlO 7 


0.03 


-60 


ft fKvlft^ 


ft 08 


ft ftOv 1 ft 7 


0 08 


6 "*4xl0 7 

U.J™" 1U 


0.07 


9.00x1 0 7 


0.04 


-50 


j.*tUX iv; 


ft 09 

V.V7 


C 4<vlft 7 


0 09 


5 ftOxlO 7 


0.09 


8.47x1 0 7 


0.04 


-40 




ft 1 1 

v. 1 1 


4 01x1 ft 7 


0 10 


4 94xl0 7 


0.11 


8.03xl0 7 


0.05 


-30 


4 22x1ft 7 


0 12 


4 33x10 7 


0.12 


4.38xl0 7 


0.12 


7.64xl0 7 


0.04 


-20 


^ Slxlft 7 


0.16 


1 filxlft 7 

J .UJ Ail/ 


0.15 


3.59xl0 7 


0.16 


7.30xl0 7 


0.05 


-10 


5 QTxlft 7 


0 19 


1 19xl0 7 

J . l/A 1 U 


0.17 


3 04xl0 7 


0.19 


7.05xl0 7 


0.05 


0 


5 29x1 ft 7 


0 23 


2 67xl0 7 


0.19 


2.43 xlO 7 


0.23 


6.72xl0 7 


0.06 


10 


1 ft9x!0 7 


0 29 


2 17xl0 7 


0.23 


1.81xl0 7 


0.30 


6.32x1 0 7 


0.07 


20 


1 14xlft 7 


0 36 


1 ftRxlQ 7 


0.27 


1 25xl0 7 


0.38 


5.85xl0 7 


0.08 


30 


6 97xl0 6 


0.45 


1 24x1 0 7 


0.33 


7.73xl0 6 


0.48 


5.26xl0 7 


0.10 


40 


4 20x1 0 6 


0.52 


8.74xl0 6 


0.38 


4.30xl0 6 


0.56 


4.56xl0 7 


0.13 


50 


x.*H*X*U 


0 57 


ft 09 v 1ft 6 


044 


1 87x1 0 6 


0.66 


3.78xl0 7 


0.17 


60 


1.37x10* 


0.62 


4.04x10* 


0.48 


7.84x10' 


0.71 


2.89xl0 7 


0.24 


70 


7.62x10 s 


0.66 


2.71x10' 


0.51 


4.60x10' 


0.70 


2.03xl0 7 


0.33 


80 


4.36x10' 


0.68 


1.79x10* 


0.52 


3.04x10' 


0.66 


1.30xl0 7 


0.46 


90 


2.78x10' 


0.67 


1.19x10* 


0.51 


2.18x10' 


0.62 


7.51x10* 


0.62 


100 


1.86x10' 


0.66 


8.26xl0 5 


0.48 


1.62x10' 


0.57 


4.34x10* 


0.75 


no 


1.33xl0 5 


0.63 


5.94xl0 5 


0.43 


1.27x10' 


0.51 


2.41x10* 


0.90 


120 


1.01x10' 


0.58 


4.37xl0 5 


0.37 


1.06x10' 


0.43 


1.35x10' 


1.02 


130 


8.01x10* 


0.52 


3.23xl0 J 


0.30 


9.28x10* 


0.35 


7.49x10' 


1.13 


140 


6.93x10* 


0.43 


2.27xl0 5 


0.23 


8.75x10* 


0.26 


4.05x10' 


1.23 


150 


6.54x10* 


0.32 


1.31x10' 


0.17 


8.65x10* 


0.18 


2.03x10' 


1.31 


160 


6.62x10* 


0.23 


5.65x10* 


0.12 


8.87x10* 


0.12 


9.92x10* 


1.32 


170 


6.87x10* 


0.17 


4.01x10* 


0.09 


8.64x10* 


0.11 


4.86x10* 


1.20 


180 


7.11x10* 


0.14 


3.64x10* 


0.08 


7.37x10* 


0.09 


2.42x10* 


0.98 


190 






3.02x10* 


0.06 











5 The data in Table 4 demonstrate that the vibration damping materials of 

Examples 1 and 10-12, which were prepared using curable porydimethykDoxane 
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oligourea segmented copolymers derived from polydimethylsiloxane diamines of 
5280 molecular weight and various diisocyanates, haAusefiil temperature ranges 
of 30 to 85 D C, 46 to 1 15°C, 32 to 77*C, and 91 to 142°C, respectively. 

Examples 13-15 

5 In Example 13, a polydimethylsiloxane oligourea segmented copolymer 

was made. 99.6 parts Polydimethylsiloxane Diamine D, Lot 2, molecular weight 
37,800 and 0.4 parts ESACURE™ KB-1 free radical initiator, available from 
Sartomer Co., Exton, PA, were fed at a rate of 3.58 g/min (0.000189 equivalents 
amine/min) into the first zone of an 18 mm counter-rotating twin screw extruder 

10 (available from Leistritz Corporation, Allendale, N.J.), MQ silicate resin powder 
whose toluene content was less than 0.1 percent, as determined by loss in weight 
upon heating the silicate resin under vacuum at 60°C for 16 hours, was fed at a 
rate of 4.3 g/min into the second zone. A mixture of 62.8 parts 
methylenedicyclohexylene^^'-diisocyanate and 37.2 parts isocyanatoethyl 

1 5 methacrylate were fed at a rate of 0.026 g/min (0.0001 86 equivalents 

isocyanate/min) into the fourth zone. The extruder had a 40:1 length:diameter 
ratio and double-start fully intermeshing screws throughout the entire length of the 
barrel, rotating at 100 revolutions per minute. The temperature profile for each of 
the 90 mm long zones was: zone 1 to 4 - 50°C; zone 5 - 95°C; zone 6 - 170^; 

20 zone 7 - 180°C; zone 8 - 125°C; and endcap - 120°C. Zone seven was vacuum 
vented. The resultant polymer was extruded, cooled in air, and collected. 

A portion of the resulting polydimethylsiloxane oligourea segmented 
copolymer was coated and cured as in Example 1 to provide a pressure-sensitive 
adhesive tape. 

25 Another portion of the copolymer was pressed between two release liners 

into a uniform sample of approximately 1 mm thickness, and cured by exposure to 
low intensity UV lights to form a cured vibration damping material. 

In Example 14, a polydimethylsiloxane oligourea segmented copolymer 
was prepared as in Example 13, except a mixture of 83.5 pans by weight 

30 methylenedicydohexylene^^-diisocyanate and 1 6.5 parts by weight 
isocyanatoethyl methacrylate were fed at a rate 0.0249 g/min (0.000185 
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equivalents isocyanate/min) was fed into the fourth zone, zone 6 was 180'C, and 
zone 8 and the endcap were 15CTC. The resulting polydimethylsiloxane oligourea 
segmented copolymer was coated and cured as in Example 1 to form a pressure- 

sensitive adhesive tape. 
5 In Example 15, a polydimethylsiloxane oligourea segmented copolymer 

was prepared as in Example 1, except 100 parts (2.96 mmoles) 
Polydimethylsiloxane Diamine D, Lot 3. molecular weight 34,800 was dissolved in 
99 parts toluene was substituted for Diamine A, and a mixture of 0.66 parts (2.3 5 
mmoles) of methylenedicyclohexylene^,4'-diisocyanate and 0.13 parts (0.84 
10 mmoles) isocyanatoethyl methacrylate in 65 parts toluene and 2 parts 2-propanol 
was used to prepare polydimethylsiloxane oligourea segmented copolymer. Then, 
the copolymer solution was added SR-545 silicate resin solution to achieve 120 
parts (based on dry weight) per 100 parts polydimethylsiloxane oligourea 
segmented copolymer (based on dry weight). To the copolymer/resin solution 
15 wasadded 1 part DAROCUR™ 1173 (a photoinitiator available from Ciba-Geigy, 
Hawthorne, NY) per 100 parts of copolymer/resin blend solids, and the solution 
was subsequently air dried on a release liner film. 

A portion of the resulting polydimethylsiloxane oligourea segmented 
copolymer was coated and cured as in Example 1 to form a pressure-sensitive 

20 adhesive tape. 

Another portion of the solution was pressed between two release liners 
into a uniform sample of approximately 1 mm thickness, and cured by exposure to 
low intensity UV lights to form a cured vibration damping material. 

The pressure-sensitive adhesive topes of Examples 13-15 were tested for 
25 180° peel adhesion to glass and for shear strength to stainless steel. The results as 
well thickness and average degree of polymerization are reported together in 
Table 5, along with the data for Example 6 that was made using the same 
reactants. 

The storage modulus, G\ and tan 6 were determined for the vibration 
30 damping materials of Examples 13 and 15, having an average degree of 
polymerization of 2 and 7, respectively. The results are set forth in Table 6 
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together with those for Example 4, a similar composition having an average 
degree of polymerization 3. 



Table 5 



Example 


Degree of 
Polymerization 


Thickness 
(Mm) 


180° Peel 
adhesion 
(N/dm) 


Shear strength 
(min) 


13 


2 


62 


48 


lieOoopoff 


6 


3 


SO 


85 


3000 popoff 


! 14 


5 


ISO 


131 


5480DOpoff 


15 


7 


75 


61 


700ooooff 



The data in Table 5 demonstrates pressure-sensitive adhesive tapes can be 
prepared using adhesives with polydimethylsiloxane oligourea segmented 
copolymers with varying degrees of polymerization, from 2 to 7, have good 
adhesive properties. 



Table 6 



Temp 
(°C) 


Example 4 


Example 13 


Example 15 




G'(Pa) 


Tan 8 


G'(Pa) 


Tan 5 


G'(Pa) 


Tan 5 


-90 


9.98xl0 7 


0.04 


7.79xl0 7 


0.05 


7.56xl0 7 


0.04 


-80 


8.92xl0 7 


0.05 


6.92xl0 7 


0.06 


6.59xl0 7 


0.06 


-70 


7.73 xlO 7 


0.07 


5.87xl0 7 


0.09 


5.40xl0 7 


0.1 


-60 


6.22xl0 7 


0.12 


4.74x1 0 7 


0.14 


4.34xl0 7 


0.15 


-50 


5.24xl0 7 


0.15 


3.80xl0 7 


0.19 


3.37xl0 7 


0.2 


-40 


4.31xl0 7 


0.19 


2.94xl0 7 


0.25 


2.46xl0 7 


0.26 


-30 


3.20xl0 7 


0.26 


2.01 xlO 7 


0.35 


1.60xl0 7 


0.37 


! -20 


2.15x10' 


0.35 


1.03xl0 7 


0.55 


8.65x10' 


0.54 


-10 


1.49xl0 7 


0.44 


5.33x10* 


0.71 


4.87x10' 


0.7 


0 


9.06x10* 


0.57 


3.46x10' 


0.74 


2.59x10' 


0.81 


10 


5.49x10' 


0.68 


2.31x10* 


0.74 


1.27x10' 


0.9 


20 


3.48x10* 


0.75 


1.48x10' 


0.73 


6.72x10 s 


0.91 


30 


2.17x10* 


0.77 


9.59x10* 


0.71 


3.50x10 s 


0.84 


40 


1.37x10* 


0.79 


6.53x10* 


0.68 


2.03x10 s 


0.72 


50 


8.49x10 s 


0.79 


4.41x10* 


0.65 


1.32x10 s 


0.61 


60 


5.44x10* 


0.76 


3.06x10* 


0.61 


9.23x10* 


0.55 


70 


3.58x10 s 


0.72 


2.21x10* 


0.58 


6.79x10* 


0.53 


80 


2.42x10' 


0.67 


1.62x10 s 


0.56 


5.08x10* 


0.53 


90 


1.75X10 5 


0.64 


1.20x10*1 0.55 


3.96x10* 


0.57 



WO 96/34028 



52 



PCT/US96/05829 



100 


1.27x10 


O.Ol 




0.56 


2.85x10* 


0.64 


110 


9.62x1 0 4 


u.ou 


7 ft 1 v 1 fl 4 


0.56 


2.03x10* 


0.76 


120 


7.33x10* 


0.60 


5.47x10* 


0.56 


1.38x10* 


0.83 


130 


5.54xl0 4 


0.60 


4.29xl0 4 


0.58 


8.15X10 3 


0.99 


140 


4.09xl0 4 


0.60 


3.42xl0 4 


0.55 


5.67X10 3 


1.09 


150 


3.31xl0 4 


0.59 


3.03xl0 4 


0.52 


5.94xl0 3 


0.94 


160 


2.69xl0 4 


0.57 


2.88xl0 4 


0.5 


6.34xl0 3 


0.81 


170 


2.23xl0 4 


0.55 


2.54xl0 4 


0.47 


4.86xl0 3 


0.78 


180 


1.87x10* 


0.52 


2.17x10* 


0.47 






190 






1.26x10* 


0.54 




m 



The data in Table 6 demonstrates that the vibration damping materials of 
Examples 3, 13, and 15, which were prepared using curable polydimethylsiloxane 
oUgourea segmented copolymers of polydimethylsiloxane diamines of about 
5 37,000 molecular weight and the same diisocyanates but with degrees of 

polymerization of 3, 2, and 7 respectively, had useful temperature ranges of 5 to 
71°C, -14 to 57°C, and -16 to 30 e C, respectively. 

Example 16-18 

In Example 16, a polydimethylsiloxane oUgourea segmented copolymer 
10 prepared as in Example 6 was hot melt coated with a 1 .91 cm diameter (3/4 inch) 
single screw Haake extruder (commercially available from Haake, Inc., 
Saddlebrook, N.J. 07662) rotating at 40 revolutions per minute with a 
temperature profile of: zone 1 - not controlled, zone 2 - 163'C, zone 3 - 1 WC 
and necktube and die (12.7 cm wide ) - 2 ICC. cast between nip rolls with a 35.6 
15 urn (1.4 mil) polyethylene terephthalate film on one roll and S TAKE-OFF™ 
release liner on the other to a coating thickness of about 25 urn (1.0 mil), and, 
subsequently, exposed to 1.73 mW for 20 minutes ultraviolet radiation provided 
by a low intensity ultraviolet lamp Model F40BL, available from General Electric 
Co. to effect curing. 

20 In Example 17, Polydimethylsiloxane Diamine D, Lot 3, molecular weight 

34,800, was added the first zone of an 18 mm co-rotating twin screw extruder 
having a 40:1 length:diameter ratio (available from Leistritz Corporation, 
Allendale, N.J.) at a rate of 6.23 g/min (0.000358 equivalents amine/min). MQ 
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resin dried to about 1% toluene, obtained from GE Silicones as experimental 
#1 170-002, was fed into zone 2 at a rate of 8.27 g/miri. A mixture of 27.5 parts 
by weight methylenedicyclohexylene^^^iisocyanate, 16.3 parts by weight 
isocyanatoethyl methaciylate, and 56.3 parts DAROCUR™ 1 173 was fed into the 
5 fifth zone at a rate of 0. 1 05 g/min (0.000330 equivalents isocyanate/min). The 
feed line of this stream was placed close to the screw threads. The extruder had 
double-start fully intermeshing screws throughout the entire length of the barrel, 
rotating at 300 revolutions per minute. The temperature profile for each of the 90 
mm long zones was: zones 1 and 2 - 30°C; zone 3 - 35°C; zone 4 - 50°C; zone 5 - 
10 60°C; zone 6 - 75°C; zone 7 - 90°C; zone 8 - 1 10°C; and endcap - 120°C. The 
extrudate was cooled in air. The resulting polydimethylsiloxane oligourea 
segmented copolymer was coated and cured as in Example 16 to produce a 
pressure-sensitive adhesive tape. 

In Example 1 8, Polydimethylsiloxane Diamine D, Lot 3, molecular weight 
15 34,800, was added the first zone of an 18 mm co-rotating twin screw extruder 
having a 40: 1 length:diameter ratio (available from Leistritz Corporation, 
Allendale, N.J.) at a rate of 6.23 g/min (0.000358 equivalents amine/min). MQ 
resin dried to about 1% toluene, obtained from GE Silicones as experimental 
#1 170-002, was fed into zone 2 at a rate of 8.6 g/min. A mixture of 27.5 parts by 
20 weight methylenedicyclohexylene^^'-diisocyanate, 1 6.3 parts by weight 

isocyanatoethyl methaciylate, and 56.3 parts DAROCUR™ 1 173 was fed into the 
fifth zone at a rate of 0.106 g/min (0.000333 equivalents isocyanate/min). The 
feed line of this stream was placed close to the screw threads. The extruder had 
double-start fully intermeshing screws throughout the entire length of the barrel, 
25 rotating at 300 revolutions per minute. The temperature profile for each of the 90 
mm long zones was: zones 1 and 2 - 34°C; zone 3 - 40°C; zone 4 - SOT; zone 5 - 
60°C; zone 6 - 75°C; zone 7 - 90°C; zone 8 - 1 10°C; and endcap - 120°C. The 
extrudate was cooled in air. The resulting polydimethylsiloxane oligourea 
segmented copolymer was coated and cured as in Example 16 to produce a 
30 pressure-sensitive adhesive tape. 
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The pressure-sensitive adhesive tapes of Examples 16-18 on which the 
adhesive thickness was 25 um(l mil) we tested for 180° peel adhesion to glass 
and shear strength on stainless steel. The results are set forth in Table 7. 



Example 

16 
17 

r is ■ 


Copolymer/resin 
Ratio 

1/1.2 
1/1.3 
1/1.4 


180° Peel 
Adhesion 
1 (N/dm) 

55 1 

65 

63 


Shear Strength 
(min) 

1900 pop off 
5900 too off 
5700 pop off 



The data in Table 7 demonstrates that polydimethylsiloxane oligourea 
segmented copolymer pressure-sensitive adhesive compositions of the invention 
W hich were made by a solvents process, hot-melt processed using conventual 
equipment, and ultraviolet radiation cured had good adhesive properties. 

10 Examples 19-26 x 

In Ex amples 19-26, polydimethylsiloxane oligourea segmented copolymers 

were prepared as follows. Polydimethylsiloxane Oligourea Segmented Copolymer 

A was dissolved in toluene and mixed with varying amounts of SR-545 MQ 

silicate resin solution containing DAROCUR™ 1 173 under slow agitation as in 

15 Example 5. For each 10 parts of Copolymer A, the Mowing amounts of silicate 

resin were used: Example 19 - 5 parts; Example 20 - 8 parts; Example 21 - 10 

parts- Example 22 - 13 parts; Example 23 - 14 parts; Example 24 - 15 parts; 

Example 25 - 17 parts; and Example 26 - 23 parts. The resulting compositions 

were coated and cured as in Example 1 to provide pressure-sensitive adhesive 

20 tapes. 

Other portions of Examples 20 and 26 were each poured onto a release 
liner dried, pressed between two release liners into a uniform sampleof 
appro^^ 

to form a cured vibration damping material. 
25 The 180° peel adhesion to glass and the shear strength to stainless steel 

determined for each pressure-sensitive adhesive tape of Examples 19-26, the 
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thickness of the tape of Example 19 being 62 urn while the thickness of the others 
was 50 um. The maximum tan 5 at 10 Hz was determined for Examples 20-26. 
The results are set forth in Table 8. 



Table 8 



Example 


180° Peel 
adhesion 
(N/dm) 


Shear 
strength 
(min) 


Max tan 6 
C°C) 


19 


2 


7 popofF 




20 


24 


720 popofF 


-10 


21 


46 


5500 popoff 


15 


22 


73 


1900 popoff 


35 


23 


73 


>10000 


60 


24 


79 


>10000 


65 


25 




>5000 


60 


26 




>5000 


>120 



The data in Table 8 demonstrates that at low sUicate resin content the 
polydimethylsiloxane pligourea segmented copolymer pressure-sensitive adhesive 
compositions show marginal adhesive performance, while at high silicate resin 
content, partial two-bond failure occurred (Example 24) or total two-bond failure 

10 occurred (Examples 25-26), that is, the adhesive adhered to the glass better than 
to the tope backing. Adhesion to the backing is problematic, although high peel 
adhesion to glass and good shear properties are observed. 

The shear creep viscosity of the uncured compositions of Examples 20-21, 
6, and 22-24 was measured as a function of temperature using Rheometrics DSR 

15 in a Step Stress Mode (creep). The results as well as the ratio of copolymer/resin 
are set forth in Table 9. 



Table 9 

Shear Creep Viscosity (Pa«s) 



Temp 
(°C) 


Ex.20 
1/0.8 


Ex.21 
1/1 


Ex.6 
1/1.2 


Ex.22 
1/1.3 


Ex.23 
1/1.4 


Ex.24 
1/1.5 


25 


1.78x10 s 


4.71x10 s 


1.46x10' 


1.94x10 s 


4.84xl0 7 


1.29xl0 7 


35 




1.54x10* 


6.18x10 s 


9.53x10 s 


3.19x10* 


4.21x10* 


45 


4.21x10* 


5.92x10* 


2.28x10 s 


3.43x10 s 


9.80x10 s 


1.81x10* 


50 






1.23x10 s 


1.78x10 s 


5.21x10 s 


1.06x10* 
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10 



60 
70 


8.21 x!0 s 


1.37x10* 
1 5.14X10 3 


4.11x10* 
1.42x10* 


5.20x10* 
1.71x10* 


1.37x10 s 
3.56x10* 


2.88x10 s 
8.26x10* 


80 
90 
100 


1.03x10 s 


2.24x10 s 
9.50xl0 2 
5.08x1 0 2 


5.65x10 s 
2.46x10 s 
9.25x10* 


6.29x10 s 
2.52x10 s 
1.07x10 s 


1.20x10* 
4.40x10 s 
1.57x10 s 


2.87x10* 
9.03x10 s 
3.38x10 s 



The data in Table 9 demonstrates the effect of temperature on shear creep 
viscosity of the polydimethylsiloxane oligourea segmented copolymer pressure- 
sensitive adhesive compositions of Examples 5 and 20-24. The low shear creep 
viscosities at moderate temperatures are indicative of compositions which are 

excellent for hot-melt coating. 

The storage modulus and tan 5 were determined for the vibration damping 
materials of Examples 20 and 26. The results are set forth in Table 10, together 
with those for Example 4, a similar composition containing 54.5 percent MQ 
silicate resin. 

Table 10 



Temp 



Example 4 



G'(Pa) I Tan 5 



-90 19.98x10^1 004 



Example 20 



-80 18.92x10' 



-70 17.73X10 7 



-60 1 6.22x17 



-50 
-40 
-30 



5.24x1 0 7 
I4.31xl0 7 
1 3.20xl0 7 



0.05 



0.07 



0.12 



-20_ 
•10 



l2.15x!0 7 
1 1.49xl0 7 



.' 0 
10 1 


9.06x10* 1 
5.49x10* 


20 
30 


3.48x10* 
12.17x10* 


40 


1.37x10° 


50 


8.49x10 s 


rio" 


5.44x10 s 


70 . 
1 80 


3.58xl0 : 
1 2.42x10 s 



0.15 
0.19 
0.26 



G'(Pa) 
S.48xl0 7 



Tan 5 



4.13xl0 7 



2.91 xlO 7 



1.84xl0 7 



8.99xl0 6 
4.22x10* 
2.18x10* 



1.26x10' 
8.59x10' 
5.74x10 s 



3.98x10 

2.96xlO a 

2.21xl0 ; 

1.68x10 s 

1.31xl0 ; 

1.04xl0 ; 

8.01x10* 

6.33x10* 



0.10 
0.12 



0.17 
0.27 



0.45 
0.61 
0.66 



Example 26 

Tan 8 



G'(Pa) 



7.68xl0 7 



7.30x10' 



6.81x10' 



6.44x10' 



6.04x10 

5.65xl0 7 

5.26xl0 7 



4.80xl0 7 

4.44xl0 7 

3.96xl0 7 

3.42xl0 7 

2.84xl0 7 

2.23x1 0 7 

1.59xl0 7 

9.67x10* 

4.66x10' 

2.16x10' 

6.25xl0 : 



0.02 
0.02 



0.03 
0.04 



0.05 
0.05 
0.06 
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90 


1.75xl0 J 


0.64 


4.74x10* 


0.51 


1 75x10* 


2 01 


100 


1.27x10 s 


0.61 


3.71x10* 


0.55 


5.41xl0 4 


2 35 


110 


9.62x1 0* 


0.60 


2.78x10* 


0.58 


2 17x10 4 


2 40 


120 


7.33x10* 


0.60 


2.03x10* 


0.59 


9.14x10* 


2.63 


130 


5.54x10* 


0.60 


1.59x10* 


0.62 






140 


4.09x10* 


0.60 


1.26x10* 


0.59 






150 


3.31x10* 


0.59 


1.28x10* 


0.56 






160 


2.69x10* 


0.57 


1.31x10* 


0.49 






170 


2.23x10* 


0.55 


1.41x10* 


0.42 






180 


1.87x10* 


0.52 


1.19x10* 


0.40 







As can be seen from the data in Table 10, Examples 20, 4, and 26, having 
increasingly higher MQ silicate resin concentrations of 44.4, 54.5, and 70 weight 
percent, respectively, caused the useful temperature range to increase from -47 to 
5 15°C in Example 20, 5 to 71°C in Example 4, 55 to 85°C in Example 26. 

Example 27 

In Example 27, a pressure-sensitive adhesive was prepared as in Example 
6. After the adhesive was extruded, cooled and collected, 49.7 parts of adhesive 
and 50.3 parts toluene were blended and coated on to a primed polyester backing 
10 using a knife coater, dried in an air circulating oven at 60°C for 1 0 minutes, 
laminated with a release liner and cured at 1.73 mW for 20 minutes under low 
intensity ultraviolet lights to provide a dry adhesive thickness of 100 urn (4 mils). 
The 180° peel adhesion from glass was 70 N/dm and the shear strength on 
stainless steel was >5000 min. 

15 Example 28 

In Example 28, a composition was prepared as in Example I, except 100.3 
parts (10.4 mmoles) Polydiphenyldimethylsiloxane Diamine F , molecular weight 
9620 was dissolved in 94 parts toluene and substituted for the Diamine A, and a 
mixture of 1 .82 parts (6.95 mmoles) of methylenedicycIohexyIene-4,4 - 
20 diisocyanate and 1 .08 parts (6.95 mmoles) of isocyanatoethyl methacrylate 

dissolved in 57 parts toluene was used to prepare polydimethyldiphenylsiloxane 
oligourea segmented copolymer. To the solution was added 25 parts SR-545 
silicate resin solution per 100 parts polydimethyldiphenylsiloxane oligourea 



WO 96/34028 



58 



PCTAJS96/05829 



segmented copolymer, and 1 part DAROCUR™ 1 173 per 100 parts of 
copolymer/resin blend solids. 

A portion of the solution was subsequently air dried, coated, and cured as 
in Example 1. The 180° peel adhesion to glass and the shear strength on stainless 
5 steel were determined and were, respectively, 58 N/dm and >3000min. 

Another portion of the solution was pressed between two release liners 
into a uniform sample of approximately 1 mm thickness, and cured by exposure to 
low intensity UV lights to form a cured vibration damping material. 

The storage modulus, G\ and tan 8 were determined for the vibration 
10 damping material of Example 28 and the results are reported in Table 11. 

Table 11 



Temp 
(°C) 


Example 28 




G' (Pa) 


Tan o j 


-90 


B.61xl0 7 


0.08 


-au 


1.96xl0 7 


0.56 


-70 


2.30x10 s 


0.65 


-60 


8.16x10 s 


0.35 


-50 


5.66x10 s 


0.18 


-40 


4.89x10 s 


0.11 


-30 


4.60x10 s 


0.07 


-20 


4.47x10 s 


0.06 


-10 


4.43x10 s 


0.06 


0 


1 4.38x10 s 


0.06 


10 


4.27x10 s 


0.06 


20 


4.16x10 s 


^ 0.08 


30 


3.96x10 s 


0.11 


40 


3.63x10 s 


0.15 


50 


3.21x10 s 


0.19 


60 


2.75x10 s 


0.21 


70 


2.34x10 s 


0.22 


80 


2.02x10 s 


0.20 


90 


1.79x10 s 


0.18 1 


100 


1.63x10 s 


0.14 1 


110 


1.53xl0 3 


0.11 


120 


1.43xl0 : 


0.09 1 


130 


1.36x10 


0.07 I 


140 


1.33x10 


s 0.05 J 
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150 


1.31xl0 5 


0.04 


160 


1.30x10* 


0.03 


170 


1.29xl0 5 


0.03 


180 


1.24xl0 5 


0.04 


190 


l.llxlO 5 


0.04 | 



As can be seen from the data in Table 1 1, the vibration damping material 
of Example 28, containing 20 percent MQ silicate resin, and based on a curable 
polydimethyldiphenylsiloxane oligourea segmented copolymer derived from 
5 polydimethyldiphenylsiloxane diamine of molecular weight 9620, had a storage 
modulus utility window, G\ of -75 to 45°C, a loss factor, tan 5, utility window 
of -82 to -62°C, and a useful temperature range of -75 to -62°C. 

Example 29 

In Example 29, a vibration damping material was formulated by dissolving 
10 10 parts Polydimethylsiloxane Oligourea Segmented Copolymer A in toluene and 
adding MQD silicate resin solution MQR-32-3 (70 weight percent in toluene, 
available from Shin-Etsu Silicones of America, Inc., Torrance, CA) to provide 400 
parts silicate resin (based on dry weight) per 100 parts copolymer (based on dry 
weight). To this copolymer/resin solution was added 1.0 part DAROCUR™ 1 173 
15 per 100 parts of copolymer/resin blend solids. The sample was dried, then well 
mixed in a 50 gram mixing head at 75 rpm and a temperature of 1 50°C for 10 
minutes on a mixer (available from C.W. Brabender Instruments, Inc., South 
Hackensack, NJ). The mixed sample was pressed, cured, and tested as in 
Example 1 to provide a vibration damping material. The storage modulus and tan 
20 5 were determined for Example 29. The results are set forth in Table 12. 



Table 12 



Temp 

f»Q 


Example 29 




tf(Pa) 


Tan 5 


-90 


7.90x10' 


0.02 


-80 


7.54xl0 7 


0.02 


-70 


7.11xl0 7 


0.03 


| -60 


6.69xl0 7 


0.05 
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10 



-50 ( 


5.07xl0 7 


0.06 


-40 


5.49xl0 7 


0.08 


-30 


4.81xl0 7 


0.10 


-20 


4.14xl0 7 


0.13 


-10 


3.61xl0 7 


0.15 


0 


2.94xl0 7 


0.19 


10 


2.21xl0 7 


0.27 


20 


1.38xl0 7 


0.42 


30 


6.52x10* 


0.67 


40 


3.33x10* 


0.85 


SO 


1.68x10* 


0.98 


60 


9.61x10 s 


1.06 


70 


4.99xl0 5 


1.15 


80 


2.66x10' 


1.27 


90 


1.27xl0 5 


1.44 


100 


5.60xl0 4 


1.69 


110 


2.01x10 


1.99 


120 


7.06x10 


1.94 


130 


3.61x10 s 


1.38 


140 


2.04X10 3 


0.90 


150 


1.11x10 


1 1.10 



15 



The data in Table 12 demonstrate that Example 29, a cured vibration 
damping composition of the present invention, formulated at a silicate resin 
concentration of 80 percent provides a useful temperature range of 29 to 77°C. 

Example 30 

InExample30,PolydimethylaloxaneDiamineB, molecular weight 
10,700, was fed into the third zone of an 18 mm co-rotating twin screw extruder 
having a 40:1 lengtkdiameter ratio (available from Leistritz Corporation, 
Allendale, NJ.) at a rate of 6.63 g/min (0.000620 equivalents anime/min). A 
mixture of 32.9 parts by weight tetramethyl-m-xylylene dUsocyanate, 32.2 parts by 
weight isocyanatopropyltriethoxy silane, 33.8 parts by weight octyl triethoxy 
silane, and 1.0 parts by weight dibutyl tin dilaurate was fed into the third zone at a 
rate of 0.298 g/min (0.00120 equivalents isocyanate/min). The feed line of this 
stream was placed close to the screw threads. MQ resin dried from solvent to 
about 1.3% toluene (obtained from General Electric Silicones as experimental 
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material #1 170-002) was fed to zone 5 at a rate of 10 g/min. The extruder had 
double-start fully intermeshing screws throughout theentire length of the barrel, 
rotating at 300 revolutions per minute. The temperature profile for each of the 90 
mm zones was: zones 1 through 3 - 30°C; zone 4 - 35°C; zone 5 - 45°C; zone 6 - 
5 80°C; zone 7 - 90°C; zone 8 and endcap - 120°C. Zone seven was vacuum vented 
to remove entrained air. The MQ silicate resin had not incorporated uniformly 
into the polydiorganosOoxane oligourea segmented copolymer. 

Thirty parts by weight of this copolymer blend was dissolved in 70 parts 
tetrahydrofiiran, then coated onto a primed 38 nm (1.5 mil) thick polyester film 
10 and dried at 65°C for 10 minutes to produce a 3 8 \im (1 .5 mil) thick adhesive and 
allowed to cure for 1 week at 21°C and 50% relative humidity. 

The 180° peel adhesion to glass was tested and resulted in two-bond 
failure; the shear strength on stainless steel was >3000 minutes. 

The storage modulus and tan S were determined for Example 30 and the 
IS results are set forth in Table 13. 

Example 31 

In Example 31, 50 parts (0.287 mmol) Polydimethylsiloxane Diamine C, 
Lot 2, molecular weight 34,800, was dissolved in 50 parts toluene. To this 
solution with vigorous stirring was added 0.2 parts (0.181 mmol) 

20 aminopropyltriethoxysilane. 0.5 parts (0.382 mmol) methylenedicyclohexylene- 
4,4*-diisocyanate, 0.25 parts (0.439 mmol) trifluoroacetic acid catalyst, and 83.4 
parts SR-545 MQ silicate resin. The solution was subsequently poured onto a 
release liner and dried at 65°C for 20 minutes. The resultant polydimethylsiloxane 
oligourea segmented copolymer-based partially cured vibration damping material 

25 was allowed to cure at 21 P C and 50 percent relative humidity for 7 days to obtain 
a 0.2 mm thick sample of fully cured vibration damping material from which 
sections were laminated together, under nip pressure, to a total thickness of 1 mm. 

The storage modulus and tan 5 were determined for Example 3 1 and the 
results are set forth in Table 13. 
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Table 13 



r r 

Temp I 


Example 30 


Example 31 












"T 


©(Pa) 1 


Tan 8 


G'(Pa) 


Tan 6 




J.68xl0 7 


0.03 ' 


7.82xl0 7 


0,06 J 


fin I ' 


7.95xl0 7 


0.03 ( 


5.49xl0 7 


0.08 | 


I *?n 1 


7.24xl0 7 


0.05 


5.33xl0 7 


A 1 *> 1 

0.12 


1 *^ 1 


6.62xl0 7 


0.07 


4.42xl0 7 


0.1S 




6.10xl0 7 


0.07 


3.51xl0 7 


0.20 


1 ,4A i 


5.65xl0 7 


0.08 


2.62x10* 


0.26 1 


-30 j 


5.19xl0 7 | 


0.10 


.72xl0 7 


0.36 S 


1 -20 


4.63xl0 7 


0.12 


8.54xl0 6 


0.58 1 


1 1 A 

-10 


4.25xl0 7 


0.13 


4.78x10* 


0.74 1 


i a 

I o 


3.67xl0 7 


0.16 


2.49x10* 


0.89 


1 1 A 

10 


3.09xl0 7 


0.20 


1.16x10* 


1.07 | 


I OA 

1 20 


2.54xl0 7 


0.24 


4.98x10 s 


1.27 


S 1A 
1 


1 1.92xl0 7 


0.31 


1.79x10 s 


1.49 


1 jIA 


1.32xl0 7 


1 0.41 


6.96x10* 


1.68 


1 CA 
1 


1 7.74x10* 


A ^9 

| U.Jo 


o AAvin 4 


1.80 


60 


j 4.08x10* 


0.77 


1.19x10* 


1.81 


70 


2.01x10* 


0.95 


7.5xl0 3 


1.36 


80 


8.68x10 s 


1.14 


3.88x10 s 


1.22 


90 


3.65x10* 


1.27 


4.27X10 3 


0.52 


100 


1.69xl0 J 


1.25 






no 


J 9.55x10' 


1.13 






120 


|5.74xl0 4 


1 1.02 






130 


2.89xltf 


' 1.00 






1 140 


1 1.53x10' 


l | 1.03 







The data in Table 13 demonstrate that moisture cure vibration damping 
compositions Example 30 and 31 have useful temperature ranges of 52 to 91°C, 
5 and -16 to 24°C respectively. 

^^T^polyoimethylsiloxane oligourea segmented copolymer of Example 32 
was prepared as in Example 23 , except the pressure-sensitive adhesive was coated 
from a 70»C melt using a single screw Haake Rheocord extruder (commercially 
10 available from Haake, Inc., Saddlebrook, N. J.07662), with a temperature profile 
set at zone 1 - off, zone 2 - 66*C, zone 3 - 94"C, and die - 94»C, at a thickness of 
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0. 27 mm (10.5 mils) between a hook and loop fastener (SCOTCHMATE™ SJ- 
3418, commercially available from 3M Co., St. Paul, MN) and a clear, release 
liner film (S TAKE-OFF). The composition was cured by subjecting the 
composition to 1.73 mW for 20 minutes low intensity Ultraviolet (UV) radiation. 

5 Samples were prepared and tested for 90° Peel Adhesion. After one day 

aging at room temperature, the peel adhesion was 1.44 kN/m and after the 1 day 
at room temperature plus 7 days at 70°C (158°F) aging, the peel adhesion was 
1 .68 KN/m, an increase of 1 7 percent The data shows that the composition of 
the invention has good initial adhesion and no adhesion loss after exposure of the 

10 composition to elevated temperature. Also, -20°F (-29°C) shock resistance was 
determined by conditioning samples prepared as for the 90° Peel Adhesion in a - 
20°F (-29°C) freezer for 24 hours, and upon removal, immediately test for 
adhesion by hand. The samples did not fail and the adhesive appeared to still be 
rubbery (flexible and tough). 

1 5 Additionally, samples were prepared and tested for Vertical Burn 

according to the test method described herein. The sample passed the Extinguish 
Time (15 seconds maximum) and the Burn Length (6 inches/15.2 cm maximum). 
The sample failed to meet the 3 second maximum Drip Extinguish Time. 
However, it is believed that the sample would pass with the addition of a small 

20 amount of non-halogen flame retardant. 

Example 33 

In Example 33, a vibration damping material was prepared as in Example 

1, except a mixture of 67 parts (3.0 mmoles) Polydimethylsiloxane Diamine C, 
molecular weight 22,300, and 15.84 parts (3.0 mmoles) Polydimethylsiloxane 

25 Diamine A, molecular weight 5280, in 69 parts toluene, and a mixture of 0.98 
parts (4.0 mmoles) of tetramethyl-m-xylylene diisocyanate and 0.62 parts (4.0 
mmoles) of isocyanatoethyl methaciylate was used in the synthesis of this 
polydimethylsiloxane oligourea segmented copolymer. To this solution was added 
SR-545 silicate resin solution to achieve 120 parts silicate resin (based on dry 

30 weight) per 100 parts copolymer (based on dry weight). To this copolymer/resin 
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solution was added 1.0 part DAROCUR™ per 100 parts of copolymer/resin bleu 
solids. The solution was subsequently poured onto a release liner, dried, pressed 
between two release liners into a uniform sample of approximately 1 mm 
thickness, and cured by exposure to low intensity UV lights to form a cured 
5 vibration damping material. 

The storage modulus and tan 8 for Example 33 were determined and the 

results are set forth in Table 14. 



Table 14 



Temp 
(°C) 


Example 33 




G*(Pa) 


Tan 5 


-90 


7.71xl0 7 


0.04 


.80 < 


5.72xl0 7 


0.06 


-70 


5.67xl0 7 


0.08 


-60 


4.91 xlO 7 


0.10 


-50 


4.14xl0 7 


0.13 1 


-40 


3.32xl0 7 


0.17 1 


-30 


2.53xl0 7 


0.23 I 


-20 


.76x10 


0 10 I 


-10 


1.25xl0 7 


0.38 


A 
U 


7.59x10' 


0.50 


10 


4.67x10 s 


0.57 


20 


2.76x10 s 


0.62 1 


30 


1.58x10* 


0.67 1 


40 


9.22x10' 


0.67 


50 


5.27xl0 5 


0.68 


60 


3.03x10' 


0.69 


70 


1.75x10 


0.68 


80 


1.12x10 s 


0.66 


90 


7.38x10* 


0.62 


100 


5.14x10* 


0.58 


110 


3.72x10* 


0.51 


120 


2.80x10 


0.39 


130 


2.35x10 


0.29 


140 


1.68x10 


0.26 


150 


1.02x10 


0.18 


160 


8.02x10' 


1 0.06 


170 


5.99x10 


0.12 | 


180 


3.51x10 


0.04 ] 
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The data in Table 14 demonstrate that a vibration damping composition of 
the present invention, formulated using a curable polydimethyisiloxane polyurea 
segmented copolymer prepared using a blend of two polydimethyisiloxane 
5 diamines having molecular weights of 5,280 and 22,300 provides a useful 
temperature range of 2 to 57°C. 

Example 34 

In Example 34, a vibration damping material was synthesized using the 
solventless process. A first free-radically curable vibration damping composition 

10 using Polydimethyisiloxane Diamine A and a second free-radically curable 
vibration damping composition using Polydimethyisiloxane Diamine C were 
prepared, and then combined in equal portions by weight in toluene solution. 

To prepare the first composition, Polydimethyisiloxane Diamine A, 
molecular weight 5,280, was fed into the first zone of an 18 mm co-rotating twin 

1 5 screw extruder having a 40: 1 lengthrdiameter ratio (available from Leistritz 
Corporation, Allendale, NJ) at a rate of 6.22 g/min (0.00236 equivalents 
amine/min). MQ silicate resin, containing 1% toluene, obtained from General 
Electric Silicone Products Division, Waterford, NY as experimental material 
#1 170-002 was fed into zone 2 at a rate of 7.6 g/min. A mixture of 50.8 parts by 

20 weight tetramethyl-w-xylylene diisocyanate, 32.3 parts by weight isocyanatoethyl 
methacryiate, and 33.9 parts by weight DAROCUR™ 1 173 was fed into the sixth 
zone at a rate of 0.378 g/min (0.00236 equivalents isocyanate/min). The feed line 
of this stream was placed close to the screw threads. The extruder had double- 
start fully intermeshing screws throughout the entire length of the barrel, rotating 

25 at 200 revolutions per minute. The temperature profile for each of the 90 mm 
long zones was: zones 1 through 4 - 20 to 30°C; zone 5 - 40°C; zone 6 - 60°C; 
zone 7 - 90 D C; zone 8 - 100°C; and endcap - 120°C. The extrudate was cooled in 
air, and collected. 

To prepare the second composition, Polydimethyisiloxane Diamine C, 

30 molecular weight 22,300, was fed into the first zone of an 18 mm co-rotating twin 
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screw extruder having a 40: 1 iength:diameter ratio (available from Leistritz 
Corporation, Allendale, NJ) at a rate of 6.22 g/min (0.000558 equivalents 
amine/min). MQ silicate resin #1 170-002, was fed into zone 2 at a rate of 7.56 
g/min. Amixtureof33.3partsby weight tetramethyl-m-xylylenedusocyanate, 
21.1 partsby wdght isocyanatoethyl methacrylate, and 45.6 parts by weight 
DAROCUR™ 1173 was fed into the sixth zone at a rate of 0.134 g/min 
(0.000549 equivalents isocyanate/min). The feed line of this stream was placed 
close to the screw threads. The extruder had double-start folly intermeshing 
screws throughout the entire length of the barrel, rotating at 50 revolutions per 
minute. The temperature profile for each of the 90 mm long zones was: zones 1 
through 4 - 30°C; zone 5 - 40«C; zone 6 - 60»C; zone 7 - 90«C; zone 8 and 
endcap - 120'C. The resultant polymer was extruded, cooled in air, and collected. 

Equal weights of the two curable vibration damping compositions were 
dissolved in toluene. The solution was subsequently poured onto a release liner, 
dried, pressed between two release liners into a uniform sample of approximately 
1 mm thickness, and cured by exposure to low intensity UV lights to form a cured 

vibration damping material. 

The storage modulus and tan 5 for Example 34 were determined and are 

set forth in Table 15. 



20 



Table 15 



Temp 
CO 


Example 34 




G>(Pa) 


Tan 5 


-90 


7.60xl0 7 


0.04 


-80 


6.77xl0 7 


0.05 


-70 


5.76xl0 7 


0.07 


-60 


4.98xl0 7 


0.09 


-50 


4.34xl0 7 


0.11 


-40 


3;79xl0 7 


0.13 


-30 


3.26xl0 7 


0.15 


-20 


2.72xl0 7 


0.18 


-10 


2.37xl0 7 


0.19 


0 


1.95xl0 7 


0.23 


10 


1.55xl0 7 


0.27 
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10 


o.J JX1U 
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O AK 


SO 


*#.U5rX IU 


o ^o 


60 


Z.OjXJU 


O ^£ 


70 


1. / JX1U 




so 


1 (\A\s 1 A^ 
1.U0XIU 


O ^7 


00 


£ «wl^ 


n ao 
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ion 

1UU 


4.33x10 


a jca 
U.OU 


tin 

1 iU 


o ni ..i /\3 

2.91x10 


0.55 


120 


1.7DX IU 


0 ^O 


130 


1.37xl0 5 


0.46 


140 


9.44x1 0 4 


0.41 


150 


6.05xl0 4 


0.36 


160 


3.69x10* 


0.32 


170 


2.25x1 0 4 


0.26 


180 


1.77x1 0 4 


0.24 



The data in Table 15 demonstrate that a vibration damping composition of 
the present invention, prepared using a blend of two curable vibration damping 
5 compositions, each derived from different polydimethylsiloxane diamines having 
molecular weights of 5,280 and 22,300 respectively, provides a useful 
temperature range of 36 to 106°C 

Example 35 

In Example 35, Polydimethylsiloxane Diamine D, Lot 3, molecular weight 
10 34,800, was fed into the first zone of an 18 mm co-rotating twin screw extruder 
having a 40:1 lengthrdiameter ratio (available from Leistritz Corporation, 
Allendale, NJ) at a rate of 6.23 g/min (0.000358 equivalents amine/min). MQ 
silicate resin #1 170-002 was fed into zone 2 at a rate of 7.67 g/min. A mixture of 
27.46 parts by weight methylenedicyclohexylene^^'-diisocyanate, 16.25 parts by 
15 weight isocyanato ethyl methacryiate, and 56.29 parts DAROCUR™ 1 173 was 
fed into the fifth zone at a rate of 0.105 g/min (0.000330 equivalents 
isocyanate/min). The feed line of this stream was placed close to the screw 
threads. The extruder had double-start fully intermeshing screws throughout the 
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entire length of the barrel, rotating at 300 revolutions per minute. The 
temperature profile for each of the 90 mm long zones was: zones 1 and 2 - 30°C; 
zone 3 - 35'C; zone 4 - 50°C; zone 5 - 60»C; zone 6 - 75°C; zone 7 - 90»C; zone 
8 - 110°C; and endcap - 120°C. The extrudate was cooled in air and collected. 

To a Brabender mixer fit with a 50 gram mixing head at a temperature of 
150»C and agitators rotating at a speed of 50 rpm, was added 40 grams of the 
curable vibration damping composition prepared above. After mixing for 1 
minute, 40 grams alumina, type WA, size 180 (supplied by Micro Abrasives 
Corporation, Westfield, Mass) was added, and mixed for 10 minutes. The sample 
was collected, cooled to room temperature, and pressed between glass plates as in 
Example 1. The sample was radiation cured through the glass plates by placing 
the sample between two banks of Syh/ania F15/T8/BLB low intensity ultraviolet 
lamps, at an intensity of 1 .0 mW/cm 2 for 3 hours, to provide a cured vibration 
damping composition. The storage modulus and loss factor were determined for 
this material and are set forth in Table 16. 



Table 16 



Temp 
(°C) 


Example 35 




©(Pa) 


Tan 6 


-90 


9.33xl0 7 


0.02 


-80 


8.63xl0 7 


0.02 


-70 


7.74xl0 7 


0.03 


-60 


6.87xl0 7 


0.05 


-50 


5.91 xlO 7 


0.06 


-40 


4.97xl0 7 


0.08 


-30 


3.96xl0 7 


0.10 


-20 


2.84xl0 7 


0.13 


-10 


1.99xl0 7 


0.15 


0 


1.12xl0 7 


0.19 


10 


5.43x10 s 


0.27 


20 


3.45x10* 


0.42 


30 


2.31xl0 6 


0.67 


40 


1.69x10* 


0.85 


50 


1.04x10* 


0.98 


60 


6.83x10 s 


1.06 


70 


4.33x10 s 


1.15 
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OA 

80 


2.80x10 


1.27 


on 


4.U0X1U 


1 AA 


100 


1.46x10* 


1.69 


110 


1.07x10* 


1.99 


120 


8.45x10* 


1.94 


130 


6.34x10* 


1.38 


140 


4.35x10* 


0.90 


150 


3.19x10* 


1.10 



The data in Table 16 demonstrate that a cured vibration damping 
composition containing 50 percent alumina filler provides a useful temperature 
range of from 17 to 76°C. 

5 Example 36 

In Example 36, a vibration damping material was prepared by mixing 59.4 
g Polydimethyldiphenylsiloxane Oligourea Segmented Copolymer B, 131.1 g SR- 
545 MQ resin solution at 68 percent solids, and 1.9 g DAROCUR™ 1 173 
photoinitiator under slow agitation until homogeneous. The solution was poured 

10 into an aluminum tray lined with fiuorosilicone coated 50 |im thick polyester 
release liner. The material was dried by exposure to ambient conditions for 72 
hours. Then, the tray was placed in a vacuum oven at ambient temperature and a 
pressure of 100 Pa for 16 hours. The tray was removed from the oven and the 
sample was inverted and placed again in the vacuum oven under the same 

15 conditions for 8 hours. The material was pressed between 5 mm thick glass plates 
lined with the above-described release liner to obtain a section having a thickness 
of about 6.4 mm. The section was radiation cured, through the glass plates, by 
placing the composite between two banks of Sylvania FI5/T8/BLB low intensity 
ultraviolet lamps, at an intensity of 1.0 mW/cm 2 for 3.5 hours. 

20 To construct a bi-directional vibration damper from this cured 

composition, the release liners were removed and the slab was abraded with a 
SCOTCHBRTTE™ #7447 Hand Pad, available from 3M Company, Maplewood, 
MN, to roughen the surface of the slab. A bi-directional vibration damping 
device, similar in appearance to Figure 1, was constructed by cutting two square 

25 sections measuring 38 mm per side and having a thickness of 6.4 mm from the 
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slab, bonding the broad feces of the square sections of vibration damping material 
1, using a structural epoxy adhesive, to 4.7 mm thick cold rolled steel plate 2 and 
members 3a and 3b of Figure 1, that had been cleaned prior to assembly by sand 
blasting and solvent degreasing. The epoxy bonded bi-directional vibration 
damping assembly was fixtured for 24 hours at room temperature to maintain 
parallelism between the steel members and the viscoelastic pieces during epoxy 
cure. 

The damper assembly was rigidly mounted inanMTS model number 
3 12.21 hydraulicaUy actuated closed loop feedback control testing machine 
(Minneapolis, MN) fit with a temperature controlled chamber. Three cycles of 
dynamic mechanical testing were then performed at temperatures of 0°C, 15»C, 
21*C, and 36°C at strains of 50% and 100% at each temperature. The storage 
modulus, G\ and loss factor, tan 8, measured at 1 Hz were determined and are 
reported in Table 17. 

Table 17 





t 


Example 


19 


Temp(°C) 


Strain (%) 


G' 


Tan 8 


0 


50 


1.03x10° 


1.88 


15 


50 


6.55x10* 


1.88 


21 


50 


5.53x10^ 


1.82 


36 


50 


3.32x10* 


1.67 


0 


100 


5.04xlO J 


2.05 


15 


100 


3.80x10* 


1.94 


21 


100 


3.37x10* 


1.85 


36 


100 


2.22x10' 


1.67 



The results in Table 17 demonstrate that the storage modulus, G\ and the 
loss factor, tan 8, of this curable vibration damping composition are high and 
rdativelyinsensiuvetochangesmtemperature^ These are particularly desirable 
20 features of viscoelastic materials employed in bi-directional damping 
constructions. 
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Example 37 

In Example 37, 0.30 grams i,I2«diaminedodecane (Available from 
Aldrich), and 100.0 grams Polydimethylsiloxane Diamine D, Lot 2, molecular 
weight 37,800, was dissolved in 100 grams of a 50/50 toluene/isopropanol 
5 mixture. To the solution was added dropwise a mixture of 0.46 grams 

isocyanatoethylmethacrylate and 0.72 grams tetramethyl-m-xylylene diisocyanate 
in 20 grams of a 50/50 toluene/isoprapanol mixture. To the solution was added 
1.0 gram Darocur™ 1 1 73, and the resulting mixture was dried in air to form a 
white, viscous fluid. 

10 Twenty grams of the polymer was dissolved in 25 grams of a 50/50 

toluene/isopropanol mixture. To the solution was added 30 grams dried MQ 
resin, and the solution was agitated slowly until homogeneous. The somewhat 
hazy solution was dried in air on a release liner to form a tacky, compliant 
material. One part of the dried polymer was coated at 13Q°C between 38 jim 

15 primed polyester and a release liner to a thickness of 38 urn, exposed to UV light 
to cure, and tested for PSA properties and the peel force from glass was 85.4 
N/dm 

Another part of the dried polymer containing MQ resin was subsequently 
pressed between two release liners to a thickness of approximately 1 mm and 
20 cured by exposure to low intensity UV lights for 20 minutes. Dynamic mechanical 
properties of the material were tested as in Example 5 and are reported in Table 
18. 

Example 38 

In Example 38, 1.9 grams 1,12-diaminedodecane, and 100.0 grams 
25 Polydimethylsiloxane Diamine A, molecular weight 5,280, were dissolved in 100 
grams of a 50/50 toluene/isopropanol mixture. To the solution was added 
dropwise a mixture of 2.94 grams isocyanatoethylmethacrylate and 4.62 grams 
tetramethyl-m-xylylene diisocyanate in 20 grams of a 50/50 toluene/isopropanol 
mixture. To the solution was added 1.0 gram Darocur™ 1173, and the resulting 
30 mixture was dried in air to form a hazy, semisolid. 
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Twenty grams of the dried polymer was dissolved in 25 grams of a 50/50 
toluene/isopropanol mixture. To the solution was added 30 grams dried MQ 
resin, and the solution was agitated slowly until homogeneous. The solution was 
dried in air on a release liner to form a stiff; somewhat tacky, material. 

One part of the dried polymer containing MQ resin was used to prepare a 
hot melt adhesive bond according to the procedure described previously and 





Glass 


PMMA 


Stress at break MN/m* 


> 1.2 (glass shattered) 


1.26 


Strain at break % 


n/a 


458 



Another part of the dried polymer containing MQ resin was subsequently 
10 pressed between two release liners to a thickness of approximately 1 mmand 

cured by exposure to low intensity UV lights for 20 minutes. Dynamic mechanical 
properties of the material were tested as in Example 5 and are reported in Table 
18. 

Example 39 . . 

15 inExampleSP.O.QSgramsPolamine^lHlOOOCavaaablefrom Air 

Products and Chemicals, Inc. Allentown, PA), and 100.0 grams 
Polydimethylsiloxane Diamine D, Lot 2, molecular weight 37,800, was dissolved 
in 100 grams of a 50/50 toluene/isopropanol mixture. To the solution was added 
dropwise a mixture of 0.46 grams isocyanatoethylmethacrylate and 0.72 grams 
20 tetramethyl-m-xylyiene diisocyanate in 20 grams of a 50/50 tolueneAsopropanol 
mixture. To the solution was added 1.0 gram Darocur™ 1173, and the resulting 
mixture was dried in air to form white, very viscous fluid. Twenty grams of the 
dried polymer was dissolved in 25 grams of a 50/50 toluene/isopropanol mixture. 
To the solution was added 30 grams dried MQ resin, and the solution was agitated 

25 slowly until homogeneous. 

One part of the somewhat hazy solution was dried in air on a release liner 
to form a tacky, compliant material that was coated at 130>C between 38 um 
primed polyester and a release liner to provide a PSA layer having a thickness of 
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25 urn, cured by exposure to UV, and tested for PSA properties and the peel force 
from glass was 37.2 N/dm 

Another part of the dried polymer containing MQ resin was subsequently 
pressed between two release liners to a thickness of approximately 1 mm and 
5 cured by exposure to low intensity UV lights for 20 minutes. Dynamic mechanical 
properties of the material were tested as in Example 5 and are reported in Table 
18. 

Example 40 

Li Example 40, 5.24 grams tetramethyl-m-xylylene diisocyanate was 
10 charged to a 500 mL flask in 10 milliliters of dichloromethane. To this was added 

31.7 grams of Jefiamine D-2000 (available form Huntsman Corp.), and the sample 

was well mixed. Next was added a solution of 61.4 grams of Polydimethylsiloxane 

Diamine A, molecular weight 5,280, in 40 mL dichloromethane. Next, 1 .66 grams 

isocyanatoethylmethacrylate was added and the solution was mixed for 15 
15 minutes, followed by the addition of 1 . 1 grams Darocur™ 1 1 73. The mixture was 

allowed to dry on a release liner in the dark to form a bluish, somewhat 

inhomogeneous semisolid. 

Twenty grams of the dried polymer was dissolved in 25 grams of a 50/50 

toluene/isoprbpanol mixture. To the solution was added 30 grams dried MQ 
20 resin, and the solution was agitated slowly until homogeneous. The solution was 

dried in air on a release liner to form a stiff, somewhat tacky, material. 

One part of the dried polymer containing MQ resin was used to prepare a 

hot melt adhesive bond according to the procedure described previously and 

tested for adhesive bond strength. 





Glass 


PMMA 


Stress at break MN/m J 


>2.0 


0.4 


Strain at break % 


2330 


331 



25 

Another part of the dried polymer was subsequently pressed between two 
release liners to a thickness of approximately 1 mm and cured by exposure to low 
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intensity UV lights for 20 minutes. Dynamic mechanical properties of the material 
were tested as in Example 5 and are reported in Table 1 8. 

Table 18 



Temp 
_£CL 



Example 37 



Example 38 



G'fPa) Tan 5 ff(Pa) Tan_5 



Example 39 
G'ffa) 1 Tan? 



Example 40 



C(Pa)^ \ Tan 5 



-90 



7.27x10 



0.03 



5.80xl0 7 



0.03 



7.55xl0 7 



0.03 



6.65x10 



6.71x10 



0.03 



5.36xl0 7 



0.03 



7.14xl0 7 



0.03 



6.33x10 



-70 



5.93x10 



0.06 



4.80x10' 



0.05 



6.48x10 



0.04 



5.97x10' 



-60 



5.31x10 



0.09 



.55x10 



0.06 



5.91xl0 7 



4.72x10 



0.11 



4.58x10 



0.07 



5.24x10' 



0.05 
0.07 



5.69x10 



5.03x10 



0.04 



0.06 



4.05x10 



0.13 



4.36x10 



0.08 



4.75x10' 



0.08 



3.94x10' 



-30 



3.40x10 



2.75x10 



0.17 



k02x!0 



0.09 



4.20x10 



0.11 



3.09x10 



0.22 



3.66xl0 ? 



0.10 



3.31x10' 



0.16 



2.39x10 



0.16 



2.28x10' 



0.27 



3.27x10 



0.11 



2.38x10 



0.25 



1.85xl0 7 



1.63x10 



0.36 



2.92xl0 7 



0.13 



1.61x10 



0.35 



1.35x10 



1.07xl0 7 



0.49 



2.57x10 



0.15 



9.11x10* 



0.53 



20 



30 



5.35x10° 



0.77 



2.16x10 



0.18 



4.35x10* 



0.75 



7.50x10* 



2.79x10* 
1.68x10° 



0.92 



1.72x10 



0.22 



2.46x10° 



0.89 



6.16x10° 



1.08 



1.27xl0 7 



0.27 



1.36x10° 



1.01 



4.98x10° 



0.25 



0.25 



9.14x10* 



1.22 



8.79x10* 



0.33 



5.09x10 



1.12 



3.56xl0 6 



4.52x10* 



1.32 



5.60x10* 



0.41 



1.67x10 



1.12 



2.72x10* 



1.56x10* 



1.38 



2.99x10* 



0.49 



9.03xl0 4 



1.02 



1.96x10* 



1.01x10* 



1.31 



1.73x10* 



0.55 



4.68xl0 4 



0.91 



1.20x10* 



6.03x10* 



1.21 



1.13xl0 e 



0.58 



3.31x10* 



0.83 



6.73x10* 



3.65xl0 4 



1.11 



7.53x10* 



0.60 



2.33x10 



0.76 



3.63x10* 



110 



2.69xl0 4 



1.04 



5.21x10* 



0.58 



1.77x10* 



0.66 



1.34x10* 



120 



2.01x10* 



0.97 



3.54x10' 



0.54 



1.46x10* 



0.56 



5.80x10 



1.60x10* 



0.85 



2.38x10* 



0.45 



1.13x10 



0.43 



5.26x10' 



0.57 



140 



1.41x10* 



0.75 



.78x10* 



0.40 



8.37xl0 ; 



0.39 



4.59x10' 



1.21x10* 



0.65 



1.18x10 



0.31 



5.61x10 



0.27 



4.00x10' 



0.50 



1.07x10 



0.60 



5.60x10 



0.24 



5.73x10 



0.27 



3.38x10' 



9.15x10* 



0.54 



4.30x10* 



0.19 



5.33x10 



0.28 



2.71x10' 



180 



8.07x10* 



0.50 



3.03x10' 



0.16 



4.38x10* 



0.25 



2.18x10' 



5.77x10* 



0.51 



1.54x10* 



0.4 



1.25x10* 



0.36 



The data in Table 18 for Examples 37 and 38 show that 
polydimethylsiloxane oligourea segmented copolymeric vibration damping 
compositions derived from a polydimethylsiloxane diamine of about 38,000 or 
5,000 molecular weight and a hydrocarbon polyamine, 1, 12-diamine dodecane, 

ofl7to61°Cand58 



10 provide 

to 116°C respectively. 
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The data in Table 18 for Examples 39 and 40 show that the damping 
composition of Example 39, containing a mixture of a polydimethylsiloxane 
diamine of about 38,000 molecular weight and Polamine™ 1H1000, a 
poiytetramethyleneoxide diamine of about 1 9 000 MW, provided a useful 
5 temperature range of 14 to 5 1°C, and that the damping composition of Example 
40, containing a mixture of a polydimethylsiloxane diamine of about 5,000 
molecular weight and Jeffamine D-2000, a polyprppyleneoxide diamine of about 
2,000 MW, provided a useful temperature range of 75 to 96°C. 

Example 41 

10 In Example 41 Polydimethylsiloxane Diamine A, Lot 1, molecular weight 

5,280 was fed into the first zone of an 18 mm co-rotating twin screw extruder 
having a 40:1 lengthrdiameter ratio (available from Leistritz Corporation, 
Allendale, NJ) at a rate of 6.22 g/min (0.00236 equivalents amine/min). MQ 
silicate resin, containing 1% toluene, obtained from General Electric Silicone 

15 Products Division, Waterford, NY as experimental material #1 170-002 was fed 
into zone 2 at a rate of 7.6 g/min. A mature of 50.8 parts by weight tetramethyl- 
ro-xylylene diisocyanate, 32.3 parts by weight isocyanatoethyl methacrylate, and 
33.9 parts by weight DAROCUR™ 1 173 was fed into the sixth zone at a rate of 
0.378 g/min (0.00236 equivalents isocyanate/min). The feed line of this stream 

20 was placed close to the screw threads. The extruder had double-start fully 
intermeshing screws throughout the entire length of the barrel, rotating at 200 
revolutions per minute. The temperature profile for each of the 90 mm long zones 
was: zones 1 through 4 - 20 to 30°C; zone 5 - 40°C; zone 6 - 60°C; zone 7 - 
90°C; zone 8 - 100°C; and endcap - 120°C. The extnidate was cooled in air, and 

25 collected. 

A portion of the composition was heated to 200°C in a metal can and 
applied to various components of a printed circuit board for the purpose of 
rigidizing and potting components on the board. The printed circuit board 
assembly was put into a freezer at -20 to -15°C for 12 hours with no adhesive 
30 Mure (debonding) or solder cracking noted. Another portion of this composition 
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was tested as a curable hot-melt adhesive according to the procedure described 

previously. Test results are given belo w 

— "'pmma 



Stress at break MN/m 



Strain at break % 



Glass 

> 2.4 (plass shattered) 



n/a 



0.7 



378 



Example 42 . 

In Example 42, 38.0 parts Polydimethylsiloxane Diamine A, Lot 1, 

5 molecular weight 5,280, and 30.0 parts toluene were added to a round bottom 
flask fit with mechanical stirrer. To this stirred solution was added dropwise a 
mixture of 1.26 parts m ethylenecyclohexylenM,4'.dusocyanate, 0.74 parts 
isocyanatoethylmethacrylate, and 10 parts toluene. The copolymer thus formed 
was employed to prepare a thermally curable polydimethylsiloxane oligourea 
10 segmented copolymers adhesive by blending 30 parts of the copolymer solution 
with 36.4 parts MQ resin solution SR545 at 62.2 % solids and 0.38 parts benzoyl 
peroxide, and agitating until homogeneous. The solution was poured out onto a 
release liner and allowed to air dry at ambient temperature. After drying, the 
sample was pressed between release liners to obtain a 30 mil thick layer that was 
1 5 employed to construct an overlap shear sample to assess adhesive bond strength. 
The overlap shear sample was prepared as previously described with the exception 
that steel adherents were employed and that after assembly at room temperature 
the sample was placed in a forced air oven at 85°C for 5 minutes to allow the 
sample to flow out, followed by 10 minutes at 170»C to cure the sample. The 
20 cured adhesive bond was tested as in Example 41 and found to provide a 
maximum stress at break of 1.03 MN/m 2 at a strain of 560 %. 

The various modifications and alterations of this invention will be apparent 
to those skilled in the art without departing from the scope and spirit of this 
invention and this invention should not be restricted to that set forth herein for 
25 illustrative purposes. 
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What is claimed is: 



10 



1 . A curable tackified polydiorganosiloxane oligourea segmented 
copolymer comprising (a) soft polydiorganosiloxane units, hard polyisocyanate 
residue units, wherein the polyisocyanate residue is the polyisocyanate minus the 
-NCO groups, optionally, soft and/or hard organic polyamine units, wherein the 
residues of isocyanate units and amine units are connected by urea linkages, and 
terminal groups, wherein the terminal groups are functional endcapping groups, 
and (b) silicate resins. 

2. The curable tackified polydiorganosiloxane oligourea segmented 
copolymer according to claim 1 represented by the repeating unit of the following 
formula: 



O 

X-A-N-C 

i 



O R 
•N-Z-N-C-N-Y-ii 

k k k k 



R 

k 



O 

i 



i--0— Si--Y-N-C — 



15 



20 



- -N-Z-N-C-N-B-N-C- -N-Z-N-H-N-A- 



wherein: 



k k k 



H 



k h 



each R is a monovalent moiety which independently is an alkyl moiety 
preferably having about 1 to 12 carbon atoms, and which may be substituted with, 
for example, trifluoroalkyl or vinyl groups, a vinyl radical or higher alkenyl 
radical represented by the formula -R^CH^CH-CHj wherein R J is or - 

(CH2) C CH=CH- and a is 1, 2 or 3; b is 0, 3 or 6; and c is 3, 4 or 5, a cycloalkyl 
moiety preferably having about 6 to 12 carbon atoms and which may be 
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substituted with alkyl, fluoroalkyl, and vinyl groups, or an aryl moiety preferably 
having about 6 to 20 carbon atoms and which may be substituted with, for 
example, alkyl, cycloalkyl, fluoroalkyl and vinyl groups or R is a perfluoroalkyl 
group, a fluorme^ontaining group, or aperfluoroemer^ntaining group; 
5 each Z is a polyvalent radical which is an arylene radical or an aralkylene 

radical having from about 6 to 20 carbon atoms, an alkylene or cycloalkylene 
radical having from about 6 to 20 carbon atoms; 

each Y is a divalent moiety which independently is an alkylene radical 
having 1 to 10 carbon atoms, an aralkylene radical or an arylene radical having 6 

10 to 20 carbon atoms; 

each Ais independently -B-, or -YSiCRMOSKRWp Y- or mixtures 

thereof; 

B is a polyvalent radical selected from the group consisting of alkylene, 
aralkylene, cycloalkylene, phenylene, polyalkylene oxide, and copolymers 

1 5 thereof, and mixtures thereof; 

each D is a monovalent radical which independently is hydrogen, an alkyl 
radical having 1 to 10 carbon atoms or an aryl or arylalkyl radicals having about 6 

to 20 carbon atoms; 

each X is a moiety represented by the formula 
2Q (a) a moiety represented by 

O 

— N-C-N-Z-NCO 
D k 

where each of D, and Z are defined as above, or 
(b) a moiety represented by 

O o 

_ n _JLn-z-n-(Ln-k 

4> k k k 



25 



where each of Z and D are defined as above, 
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10 



IS 



20 



25 



K is independently (i) a free radical polymerizable end group such 
as, for example acrylate, methacrylate, acrylamido, methacrylamido and vinyl 
groups; (ii) a moisture curable group such as, for example, alkoxysilane and 
oximino silane groups, and 

(c) a moiety represented by 

O 

— N-(!-N-K 
i k 

(IV) 

wherein D and K are defined as above. 

(d) a moiety represented by 

— N— H 
i 
(V) 

m is about 0 to 8; 

p is about 10 or larger; and 

t is a about 1 to 12. 

3 . The polydiorganosiloxane oligourea segmented copolymer 
according to claim 2 wherein at least 50% of the R moieties are methyl radicals 
with the balance being monovalent alkyl or substituted alkyl radicals, alkenylene 
radicals, phenyl radicals, or substituted phenyl radicals. 

4. The polydiorganosiloxane oligourea segmented copolymer of 
claim 2 wherein Z is 2,6-tolylene, 4,4'methylenediphenylene, 3,3'-dimethoxy- 
4,4 , -biphenylene, tetramethyl-m-xylylene, 4,4'-methylenedicyclohexylene, 3,5,5- 
trimethyl-3-methylenecyclohexylene, 1,6-hexamethylene, or l,4cyclohexylene. 

5. The polydiorganosiloxane oligourea segmented copolymer of 
claim 4 wherein Z tetramethyl-m-xylylene. 
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6. The polydiorganosiloxane oligourea segmented copolymer 
according to claim 1 wherein the silicate resin is an MQ silicate resin, an MQD 
silicate resin or an MQT silicate resin. 

5 7. A pressure sensitive adhesive article comprising (a) a substrate, 

and (b) a pressure sensitive adhesive comprises a curable tackified 
polydiorganosiloxane oligourea segmented copolymer comprising (a) soft 
polydiorganosiloxane units, hard polyisocyanate residue units, wherein the 
polyisocyanate residue is the polyisocyanate minus the -NCO groups, optionally, 

10 soft and/or hard organic polyamine units, wherein the residues of isocyanate units 
and amine units are connected by urea linkages, and terminal groups, wherein the 
terminal groups are functional endcapping groups, and (b) silicate resins. 

8. The pressure sensitive adhesive article according to claim 7, 
15 wherein the substrate is paper, polyolcfin, polyethylene terephthalate, 

polycarbonate, polyvinyl chloride, polytetrafluoroethylene, polyimide, cellulose 
acetate, and ethyl cellulose, woven fabric formed of threads of synthetic or 
natural materials such as cotton, nylon, or rayon, or glass or ceramic material, or 
nonwoven fabric, metal, metallized polymeric film, acrylic, silicone, urethane, 
20 polyethylene, polypropylene, neoprene rubber, and the tike, and filled and 
unfilled foamed materials, or ceramic sheet material. 

9. The pressure sensitive adhesive article according to claim 7, 
wherein the pressure sensitive adhesive is cured. 

25 

10. A hot melt adhesive comprising (a) a curable tackified 
polydiorganosiloxane oligourea segmented copolymer comprising (a) soft 
polydiorganosiloxane units, hard polyisocyanate residue units, wherein the 
polyisocyanate residue is the polyisocyanate minus the -NCO groups, optionally, 

30 softand/orhardorgamcpoly^ 
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and amine units are connected by urea linkages, and terminal groups, wherein the 
terminal groups are functional endcapping groups, and (b) silicate resins. 

1 1 . The hot melt adhesive according to claim 7, wherein the 
5 polydiorganosiloxane oligourea segmented copolymer is cured. 

12. A bi-directional vibration damping constrained layer construction 
comprising at least two rigid members, each rigid member having a broad surface 
proximate a broad surface of another rigid member and closely spaced therefrom, 

1 0 and a composition comprising the curable tackified polydiorganosiloxane 

oligourea segmented copolymer according to claim 2, wherein the composition is 
contained between closely spaced, rigid members, adhered to the members, and 
cured. 

15 13. A process for producing a curable tackified polydiorganosiloxane 

oligourea segmented copolymer comprising (a) forming a polydiorganosiloxane 
oligourea segmented copolymer by adding at least one polyisocyanate and at least 
one endcapping agent that has end groups that are reactive under free radical or 
moisture cure conditions to an organic solvent solution of at least one polyamine, 

20 wherein the polyamine is at least one polydiorganosiloxane diamine or a mixture 
of at least one diorganosiloxane diamine and at least one organic polyamine, 
mixing the solution and allowing the polyisocyanate, endcapping agents, and 
polyamine to react to form a polydiorganosiloxane oligourea segmented 
copolymer, (b) blending the polydiorganosiloxane oligourea segmented 

25 copolymer solution with at least one silicate resin, and (c) removing the organic 
solvent 



1 4. A process for producing curable tackified polydiorganosiloxane 
oligourea segmented copolymer comprising the steps of (a) continuously 
30 providing reactants, wherein the reactants comprise at least one polyisocyanate, at 
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least one polyamine, and at least one endcapping agent to a reactor; (b) mixing 
the reactants in the reactor; (c) allowing me reactants to react under substantially 
solvent free conditions to form a polydiorganosiloxane oligourea segmented 
copolymer; (d) conveying the copolymer from the reactor, (e) providing the 
copolymer, at least one silicate tackifying resin, and solvent to a second reactor, 
© mixing the copolymer, the silicate tackifying xesin, and the solvent in the 
second reactor to form a tackified composition; and (g) conveying the tackified 
composition from the second reactor. 

15. An essentially solventless process for producing curable tackified 
polydiorganosiloxane oligourea segmented copolymer comprising the steps of (a) 
forming polydiorganosiloxane oligourea segmented copolymer by continuously 
providing reactants, wherein the reactants comprise at least one polyisocyanate, at 
least one endcapping agent that has end groups that are reactive under free radical 
15 or moisture cure conditions, and at least one polyamine to a reactor, (b) mixing 
the reactants in the reactor, (c) allowing the reactants to react to form a 
polydiorganosiloxane oligourea copolymer, and (d) conveying polymer from the 
reactor and (e) incorporating a silicate resin by blending the silicate resin with 
reactants or the polydiorganosiloxane oligourea segmented copolymer. 

20 
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